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(54) Niobium-containing aqueous solution for use in producing niobium-containing oxide 
catalyst 

(57) Disclosed is a niobium(Nb)-containing aque- 
ous solution for use in producing a Nb-containing oxide 
catalyst wherein the oxide catalyst comprises an oxide 
of a plurality of active component elements including Nb 
and is for use in a catalytic oxidation or ammoxidation of 
propane or isobutane in the gaseous phase, and 
wherein the oxide catalyst is prepared by a process 
comprising mixing the Nb-containing aqueous solution 
with (an) aqueous mixture(s) containing compounds of 
active component elements of the oxide catalyst other 
than Nb, to thereby provide an aqueous compound mix- 
ture, and drying the aqueous compound mixture, fol- 
lowed by calcination. The Nb-containing aqueous 
solution comprises water having dissolved therein a 
dicarboxylic acid, an Nb compound and optionally 
ammonia, wherein the dicarboxylic acid/Nb molar ratio 
(a) satisfies: 1 ss (a) s 4. and the ammonia/Nb molar 
ratio (p) satisfies: 0 s (p) a 2. By the use of the niobium- 
containing aqueous solution, it has become possible to 
produce efficiently an oxide catalyst which, when used 
in a catalytic oxidation or ammoxidation of propane or 
isobutane in the gaseous phase, exhibits high catalytic 
activity, and which, therefore, can be advantageously 
used for producing (meth)acrylic acid or (meth)acf yloni- 
trile in high yield. 
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[0001] The present invention relates to a niobium-containing aqueous solution for use in producing a niobiurn-con- 
taining oxide catalyst More particularly, the present invention is concerned with a niobium-containing aqueous solution 
for use in producing a niobium-containing oxide catalyst, wherein the oxide catalyst is for use in a catalytic oxidation or 
ammoxidation of propane or isobutane in the gaseous phase and is prepared by a process comprising mixing the nio- 
bium-containing aqueous solution with an aqueous mixture or aqueous mixtures containing compounds of active com- 
ponent elements of the oxide catalyst other than niobium, to thereby provide an aqueous compound mixture, and drying 
the aqueous conpound mixture, followed by calcination. The niobium-containing aqueous solution of the present inven- 
tion comprises water having dissolved therein a dicarboxylic acid, a niobium compound and optionally ammonia, 
wherein the dicarboxylic add and the niobium are present in a specif ic molar ratio, and the optional ammonia, if any. is 
present in a small amount By the use of the niobium-containing aqueous solution of the present invention, it has 
become possible to produce efficiently an oxide catalyst which, when used in a catalytic oxidation or ammcwdaton of 
propane or isobutane in fhe gaseous phase, exhibits high catalytic activity. Therefore, by the use of the oxide catalyst 
produced by using the niobium-containing aqueous solution of the present invention, (meth)acrylic acid or (meth)acry- 
lonitrile can be produced in high yield. The present invention is also concerned with the oxide catalyst produced by 
using the niobium-containing aqueous solution of the present invention, and the use of the oxide catalyst. 

Prior art 

[0002] There has been well Known a process for producing (meth)acrylic acid by oxidation of propylene or isobutylene 
and a process for producing (meth)acrylonitrile by ammoxidation of propylene or isobutylene. Recently, as subsMutes 
for such processes for the oxidation and ammoxidation of propylene or isobutylene. attention has been attracted to a 
process for producing (meth)acrylic acid by catalytic oxidation of propane or isobutane in the gaseous phase (i^. , cat- 
alytic reaction of propane or isobutane with molecular oxygen in the gaseous phase) and a process tor producing 
(meth)acrylonitrile by catalytic ammoxidation of propane or isobutane in the gaseous phase (i.e^ catalytic reaction. 
propane or isobutane with ammonia and molecular oxygen in the gaseous phase). Further, a number of proposals have 
beenmade with respect to catalysts for use in fhe above-mentioned processes for the catalytic oxidation and catalytic 
ammoxidation of propane or isobutane in the gaseous phase. 

[00031 For example, as a catalyst for use in the above-mentioned processes for the catalytic oxidation and catalytic 
35 ammoxidation of propane or isobutane in the gaseous phase, oxide catalysts containing molybdenum, vanadium, n.o- 
STSd telluriums Known. Such oxide catalysts are disclosed in US. Patent "t**M>^1*M«d 
5422,328. European Patent Publication No. 529 853 B1 and Unexamined Japanese Patent ^tS^^ST 
Ipeciiication Nos. 6-227819, 6-279351. 7-10801. 7-144132. 7-232071 , 7-289907. 7-315842J ^19^141*1. 
[0004] as further examples of oxide catalysis for use in the above-mentioned processes for the catalytic oxidation and 
catalytic ammoxidation of propane or isobutane in the gaseous phase, an oxide catalyst containing tungsten, vanadium, 
tellurium and niobium, is disclosed in Unexamined Japanese Patent Application Laid-Open Specification I No 6-22 8073. 
oxide catalysts containing molybdenum, vanadium, antimony and niobium, are disclosed in j^f™^; 
Son N^tTm A1 and Unexamined Japanese Patent Application Laid-Open Specification Nos. 5-21 3848. 9-31 6023 
and 10-45664; and an oxide catalyst containing molybdenum, vanadium, bismuth and niobium, is disclosed in U.S. Pat- 

45 mOOS] ^S'respect to sources of niobium, the above-mentioned patent documents describe the use of NbzOs. a nio- 
bic add 0Mb,O, • nHjO). NbafCjO^s. niobium oxalate, niobium tartrate, ammonium niobium oxalate, ammonium rao- 
Sum teriraS. ^Cl 3 . NbcT^OEf) 5 , Nb(0-n-Bu) 5 and the like. However, heretofore, no ^y leaver beenn^ 
with respect to the relationship between the composition of the niobium source and the catalytic actovrty of the niobium- 

bo containing oxide catalyst obtained. . . 

[0006] For example the above-mentioned U.S. Patent No. 5,049.692 discloses the use of a niobium compound 
called •ammonium niobium oxalate") as the niobium source; however, currently, the composition of the "ammonium 
niobium oxalate" is not known, and U.S. Patent No. 5.049.692 has no description about the composition of the ammo- 
nium niobium oxalate", such as a molar ratio of oxalic acid to niobium. 

55 [0007] The above-mentioned U.S. Patent No 4.760.159 discloses the use of an aqueous slurry of IMbjO^the above- 
menled Unexamined Japanese Patent Application Laid-Open Specification ^nM"" 
solution of a niobic add in a mixture of water and oxalic acid, wherein a large amount of oxalw aad is used(mola^o 
of the oxalic acid to the niobium in the niobic add: about 6.0 to 8.5); and the above-mentioned Unexamined Japanese 
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Patent Application Laid-Open Specification No. 6-227819 discloses the use of a solution obtained by dissolving Nb(0- 
n-Bu) 5 in 1,4-butanediol. However, none of these patent documents describes the composition of the niobium source 
and the relationship between the composition of the niobium source and the catalytic activity of the obtained oxide cat- 
alyst. 

5 [0008] The above-mentioned Unexamined Japanese Patent Application Laid-Open Specification No. 7-315842 
teaches that niobium compounds, such as niobium oxalate, niobium tartrate, ammonium niobium oxalate and ammo- 
nium niobium tartrate, have high solubilities in water as well as in aqueous solvents containing alcohols, organic acids 
or inorganic acids, so that these niobium compounds can be handled with ease; however, this patent document also 
has no description about the composition (such as a molar ratio of oxalic acid to niobium) of each of the above-men- 

io tioned niobium compounds and the relationship between the composition of the niobium compound and the catalytic 
activity of the obtained oxide catalyst. 

[0009] The conventional oxide catalysts produced using the above-mentioned conventional niobium sources do not 
have satisfactory catalytic activities. Therefore, by the use of such conventional oxide catalysts, it is impossible to pro- 
duce (meth)acryHc acid or (meth)acrylonitrile in high yield. Particularly, when the above-mentioned oxidation or ammo- 
is xidation is performed in a fiuidized bed reactor using a carrier-supported catalyst comprising any of the above- 
mentioned conventional oxide catalysts, the carrier is likely to adversely affect the reaction, thereby leading to a lower- 
ing of the yield of (meth)acrylic acid or (meth)acry1onitrile. 

[0010] Further, the above-mentioned Unexamined Japanese Patent Application Laid-Open Specification No. 7- 
315842 teaches that a compound oxide catalyst (containing niobium) having high catalytic activity can be obtained by 

20 a method comprising: (1) mixing a niobium-containing aqueous solution with an aqueous solution containing com- 
pounds of active component elements of the oxide catalyst other than niobium to thereby obtain an aqueous compound 
solution; (2) removing the aqueous solvent from the aqueous compound solution by, for example, spray drying or freeze 
drying before the precipitation of the insoluble matters occurs, to thereby obtain a solid catalyst precursor; and (3) cal- 
cining the obtained solid catalyst precursor. However, there are only 10 minutes between the mixing in step (1) above 

25 and the occurrence of the precipitation. Therefore, the technique of this patent document is difficult to practice on a 
commercial scale. 

[001 1] Therefore, it has strongly been desired to develop an oxide catalyst which not only can be advantageously 
used for producing (meth)acrytic acid or (meth)acrylonttrile in high yield, but also can be efficiently produced on a com- 
mercial scale. 

30 

SUMMARY QF THE INVENTION 

[001 2] In this situation, the present inventors have made extensive and intensive studies with a view toward solving 
the above-mentioned problems accompanying the conventional niobium-containing oxide catalyst and developing a 

35 niobium-containing catalyst which not only can be advantageously used for producing (meth)acrylic acid or (meth)acry- 
tonitrile in high yield, but also can be efficiently produced on a commerdal scale. As a result, it has unexpectedly been 
found that, when a niobium-containing aqueous solution having a specific composition is used for producing an oxide 
catalyst comprising an oxide of a plurality of active component elements including niobium (wherein the production of 
the oxide catalyst is generally performed by a process comprising mixing a niobium-containing aqueous solution with 

40 an aqueous mixture or aqueous mixtures containing compounds of active component elements of the oxide catalyst 
other than niobium, to thereby provide an aqueous compound mixture, and drying the obtained aqueous compound 
mixture, followed by calcination), it becomes possible to produce efficiently an oxide catalyst which exhbits high cata- 
lytic activity, so that it can be advantageously used for producing (meth)acrylic acid or (meth)acryton'rtrile in high yield. 
The above-mentioned niobium-containing aqueous solution having a specific composition comprises water having dis- 

45 solved therein a dicarboxylic acid, a niobium compound and optionally ammonia, wherein the molar ratio (a) of the 
dicarboxylic acid to the niobium contained in the niobium compound satisfies the following relationship: 1 s (a) * 4, and 
the molar ratio (P) of the ammonia to the niobium contained in the niobium compound satisfies the following relation- 
ship: 0 s (0) a 2. The present invention has been made, based on this novel finding. 

[0013] Accordingly, it is a primary object of the present invention to provide a niobium-containing aqueous solution 
so which, when used as a niobium source in the production of a niobium-containing oxide catalyst, enables the efficient 
production of a niobium-containing oxide catalyst which can be advantageously used for producing (meth)acryiic acid 
or (meth)acrylonitrile in high yield. 

[0014] It is another object of the present invention to provide an oxide catalyst which not only can be efficiently pro- 
duced by using the above-mentioned niobium-containing aqueous solution, but also can be advantageously used for 
55 producing (meth)acrylic acid or (meth)acrytonitrile in high yield. 

[0015] The foregoing and other objects, features and advantages of the present invention will be apparent to those 
skilled in the art from the following detailed description and appended daims. 
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DETAILED DESCRIPTION QF THE INVENTION 

[001 6] In one aspect of the present invention, there is provided a niobium-containing aqueous solution for use in pro- 
ducing a niobium-containing oxide catalyst, 

5 wherein the niobium-containing oxide catalyst comprises an oxide of a plurality of active component elements 

including niobium and is for use in a catalytic oxidation or ammoxidation of propane or isobutane in the gaseous phase, 
and wherein the niobium-containing oxide catalyst is prepared by a process comprising mixing the niobium-containing 
aqueous solution with an aqueous mixture or aqueous mixtures containing compounds of active component elements 
of the oxide catalyst other than niobium, to thereby provide an aqueous compound mixture, and drying the aqueous 

10 compound mixture, followed by calcination, 

the niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic acid, a nio- 
bium compound and optionally ammonia, wherein the molar ratio (a) of the dicarboxylic acid to the niobium contained 
in the niobium compound satisfies the following relationship: ls(a)s 4, and the molar ratio (P) of the ammonia to the 
niobium contained in the niobium compound satisfies the following relationship: 0s(p)s2. 

is [001 7] In another aspect of the present invention, there is provided an oxide catalyst for use in a catalytic oxidation or 
ammoxidation of propane or isobutane in the gaseous phase, comprising an oxide of a plurality of active component 
elements including niobium, 

wherein the niobium-containing oxide catalyst is prepared by a process comprising mixing a niobium-containing 
aqueous solution with an aqueous mixture or aqueous mixtures containing compounds of active component elements 

20 of the oxide catalyst other than niobium, to thereby provide an aqueous compound mixture, and drying the aqueous 
compound mixture, followed by calcination, 

the niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic acid, a nio- 
bium compound and optionally ammonia, wherein the molar ratio (a) of the dicarboxylic acid to the niobium contained 
in the niobium compound satisfies the following relationship: is( a )s 4, and the molar ratio (p) of the ammonia to the 

25 niobium contained in the niobium compound satisfies the following relationship: 0 s (P) s 2. 

[0018] For easy understanding of the present invention, the essential features and various embodiments of the 
present invention is enumerated below. 

1 . A niobium-containing aqueous solution for use in producing a niobium-containing oxide catalyst, 

30 wherein the niobium-containing oxide catalyst comprises an oxide of a plurality of active component ele- 

ments including niobium and is for use in a catalytic oxidation or ammoxidation of propane or isobutane in the gas- 
eous phase, and wherein the niobium-containing oxide catalyst is prepared by a process comprising mixing the 
niobium-containing aqueous solution with an aqueous mixture or aqueous mixtures containing compounds of 
active component elements of the oxide catalyst other than niobium, to thereby provide an aqueous compound mix- 

35 ture, and drying the aqueous compound mixture, followed by calcination, 

the niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic acid, a 
niobium compound and optionally ammonia, wherein the molar ratio (a) of the dicarboxylic acid to the niobium con- 
tained in the niobium compound satisfies the following relationship: 1s(a)s 4. and the molar ratio (P) of the ammo- 
nia to the niobium contained in the niobium compound satisfies the following relationship: Os(p)s 2. 

40 

2. The niobiunvcontaining aqueous solution according to item 1 , wherein the molar ratio (a) of the dicarboxylic acid 
to the niobium contained in the niobium compound satisfies the following relationship: 2 * (a) * 4, and the molar 
ratio (P) of the ammonia to the niobium contained in the niobium compound satisfies the following relationship: 0 s 

(P)S1. 

45 

3. The niobium-containing aqueous solution according to item 1 or 2, wherein the active component elements of 
the niobium-containing oxide catalyst are niobium, molybdenum, vanadium, and at least one element selected from 
the group consisting of tellurium and antimony. 

so 4. The niobium-containing aqueous solution according to any one of items 1 to 3, which is prepared by a process 
comprising: 

(i) mixing water, a dicarboxylic acid and a niobium compound to thereby obtain a preliminary niobium-contain- 
ing aqueous solution or a niobium-containing aqueous semisolution having suspended therein a part of the 

55 niobium compound; 

(ii) cooling the preliminary niobium-containing aqueous solution or niobium-containing aqueous semisolution 
to thereby precipitate a part of the dicarboxylic acid; and 

(Hi) removing the precipitated dicarboxylic acid from the preliminary niobium-containing aqueous solution, or 
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removing the precipitated dicarboxylic acid and the suspended niobium compound from the niobium-contain- 
ing aqueous semisolution, 

thereby obtaining a niobium-containing aqueous solution. 

5. The niobium-containing aqueous solution according to any one of items 1 to 3, which is prepared by a process 
comprising: 

(i) mixing water, a dicarboxylic acid and a niobium compound to thereby obtain a niobium-containing aqueous 
semisolution having suspended therein a part of the niobium compound; and 

(ii) removing the suspended niobium compound from the niobium-containing aqueous semisolution, 

thereby obtaining a niobium-containing aqueous solution. 

6. The niobium-containing aqueous solution according to any one of Hems 1 to 3, which is prepared by a process 
comprising: 

0) adding a niobium compound to an aqueous acidic solution to thereby obtain a niobium-containing aqueous 
acidic semisolution having suspended therein a part of the niobium compound; 

(ii) removing the suspended niobium compound from the niobium-containing aqueous acidic semisolution to 
thereby obtain a niobium-containing aqueous acidic solution; 

(iii) adding a basic compound to the niobium-containing aqueous acidic solution to precipitate the niobium in 
the form of anionic acid; 

(iv) recovering the precipitated niobic acid; and 

(v) dissolving the niobic acid in a mixture of water and a dicarboxylic acid, 

thereby obtaining a niobium-containing aqueous solution. 

7. The niobium-containing aqueous solution according to any one of items 1 to 3, which is prepared by a process 
comprising: 

(i) adding a niobium compound to an aqueous basic solution to thereby obtain a niobium-containing aqueous 
basic semisolution having suspended therein a part of the niobium compound; 

pi) removing the suspended niobium compound from the niobium-containing aqueous basic semisolution to 
thereby obtain a niobium-containing aqueous basic solution; 

(iii) adding an acidic compound to the niobium-containing aqueous basic solution to precipitate the niobium in 
the form of a niobic acid; 

(iv) recovering the precipitated niobic acid; and 

(v) dissolving the niobic acid in a mixture of water and a dicarboxylic acid, 

thereby obtaining a niobium-containing aqueous solution. 

8. The niobium-containing aqueous solution according to any one of items 4 to 7, wherein the niobium compound 
is at least one compound selected from the group consisting of a niobic acid and niobium hydrogenoxalate, and the 
dicarboxylic acid is oxalic acid. 

9. A niobium-containing oxide catalyst for use in a catalytic oxidation or ammoxidation of propane or isobutane in 
the gaseous phase, comprising an oxide of a plurality of active component elements including niobium, 

wherein the niobium-containing oxide catalyst is prepared by a process comprising mixing a niobium-con- 
taining aqueous solution with an aqueous mixture or aqueous mixtures containing compounds of active component 
elements of the oxide catalyst other than niobium, to thereby provide an aqueous compound mixture, and drying 
the aqueous compound mixture, followed by calcination. 

the niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic acid, a 
niobium compound and optionally ammonia, wherein the molar ratio (a) of the dicarboxylic acid to the niobium con- 
tained in the niobium compound satisfies the following relationship: 1 s (a) s 4, and the molar ratio (p) of the ammo- 
nia to the niobium contained in the niobium compound satisfies the following relationship: 0 s (p) s 2. 

10. The oxide catalyst according to item 9, wherein the active component elements are niobium, molybdenum, 
vanadium, and at least one element selected from the group consisting of tellurium and antimony. 

1 1. The oxide catalyst according to item 9 or 10, which further comprises a silica carrier having supported thereon 
the oxide of a plurality of active component elements, wherein the silica carrier is present in an amount of from 20 



5 



EP0 895 809A1 



to 70 % by weight, based on the total weight of the oxide and the silica carrier. 

12. A process for producing a niobium-containing oxide catalyst for use in a catalytic oxidation or ammoxidation of 
propane or isobutane in the gaseous phase. 

wherein the niobium-containing oxide catalyst comprises an oxide of a plurality of active component ele- 
ments including niobium, 

the process comprising mixing a niobium-containing aqueous solution with an aqueous mixture or aqueous 
mixtures containing compounds of active component elements of the oxide catalyst other than niobium, to thereby 
provide an aqueous compound mixture, and drying the aqueous compound mixture, followed by calcination. 

the niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic acid, a 
niobium compound and optionally ammonia, wherein the molar ratio (a) of the dicarboxylic acid to the niobium con- 
tained in the niobium compound satisfies the following relationship: 1s(o)s 4. and the molar ratio (p) of the ammo- 
nia to the niobium contained in the niobium compound satisfies the following relationship: 0 s (p) s 2. 

13. The process according to item 12, wherein the active component elements are niobium, molybdenum, vana- 
dium, and at least one element selected from the group consisting of tellurium and antimony. 

14. The process according to item 12 or 13. wherein the aqueous compound mixture is provided so as to further 
contain a silica sol in an amount such that the oxide catalyst further comprises a silica carrier in an amount of from 
20 to 70 % by weight, based on the total amount of the oxide and the silica carrier, the silica carrier having sup- 
ported thereon the oxide of a plurality of active component elements. 

1 5. A process for producing acrylic acid or methacrylic acid from propane or isobutane by oxidation in the gaseous 
phase, comprising: 

providing a niobium-containing oxide catalyst comprising an oxide of a plurality of active component elements 
including niobium, wherein the niobium-containing oxide catalyst is prepared by a process comprising mixing 
a niobium-containing aqueous solution with an aqueous mixture or aqueous mixtures containing compounds 
of active component elements of the oxide catalyst other than niobium, to thereby provide an aqueous com- 
pound mixture, and drying the aqueous compound mixture, followed by calcination, 

the niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic acid, a nio- 
bium compound and optionally ammonia, wherein the molar ratio (a) of the dicarboxylic acid to the niobium 
contained in the niobium compound satisfies the following relationship: is(a)s 4, and the molar ratio (0) of 
the ammonia to the niobium contained in the niobium compound satisfies the following relationship: os(p)* 

2; and t . ... 

reacting propane or isobutane with molecular oxygen in the gaseous phase in the presence of the niobium- 
containing oxide catalyst. 

16 The process according to Hem 15, wherein the active component elements of the niobium-containing oxide cat- 
alyst are niobium, molybdenum, vanadium, and at least one element selected from the group consisting of tellurium 
and antimony. 

1 7, The process according to item 1 5 or 1 6, wherein the niobium-containing oxide catalyst further comprises a sil- 
ica carrier having supported thereon the oxide of a plurality of active component elements, wherein the silica carrier 
is present in an amount of from 20 to 70 % by weight, based on the total weight of the oxide and the silica carrier. 

18. A process for producing acrylonitrile or methacrylonitrile from propane or isobutane by ammoxidation in the 
gaseous phase, comprising: 

providing a niobium-containing oxide catalyst oomprising an oxide of a plurality of active component elements 
including niobium, wherein the niobium-oontaining oxide catalyst is prepared by a process comprising mixing 
a niobium-containing aqueous solution with an aqueous mixture or aqueous mixtures containing compounds 
of active component elements of the oxide catalyst other than niobium, to thereby provide an aqueous com- 
pound mixture, and drying the aqueous compound mixture, followed by calcination, 

the niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic acid, a nio- 
bium compound and optionally ammonia, wherein the molar ratio (a) of the olcarboxylic acid to the niobium 
contained in the niobium compound satisfies the following relationship: i s (a) s 4, and the molar ratio (p) of 
the ammonia to the niobium contained in the niobium compound satisfies the following relationship: 0 s (p) s 
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2; and 

reacting propane or isobutane with ammonia and molecular oxygen in the gaseous phase in the presence of 
the niobium-containing oxide catalyst. 

5 1 9. The process according to item 18, wherein the active component elements of the niobium-containing oxide cat- 

alyst are niobium, molybdenum, vanadium, and at least one element selected from the group consisting of tellurium 
and antimony. 

20. The process according to item 18 or 19, wherein the niobium-containing oxide catalyst further comprises a sil- 
w ica carrier having supported thereon the oxide of a plurality of active component elements, wherein the silica carrier 
is present in an amount of from 20 to 70 % by weight, based on the total weight of the oxide and the silica carrier. 

[001 9] Hereinbelow, the present invention will be described in more detail. 

[0020] In one aspect of the present invention, there is provided a niobium-containing aqueous solution for use in pro- 
15 ducing a niobium-containing oxide catalyst, comprising water having dissolved therein a dicarboxyfic acid, a niobium 
compound and optionally ammonia, wherein the molar ratio (a) of the dicarboxylic acid to the niobium contained in the 
niobium compound satisfies the following relationship: 1 s (a) s 4, and the molar ratio (ffl of the ammonia to the niobium 
contained in the niobium compound satisfies the following relationship: 0 s (p) s 2. 

[0021] The niobium-containing aqueous solution of the present invention can be advantageously used in producing 
20 a niobium-containing oxide catalyst wherein the oxide catalyst comprises an oxide of a plurality of active corrponent 
elements including niobium and is for use in a catalytic oxidation or ammoxidation of propane or isobutane in the gas- 
eous phase, and wherein the niobium-containing oxide catalyst is prepared by a process comprising mixing the nio- 
bium-containing aqueous solution with an aqueous mixture or aqueous mixtures containing compounds of active 
component elements of the oxide catalyst other than niobium, to thereby provide an aqueous compound mixture, and 
25 drying the aqueous compound mixture, followed by calcination. The catalyst produced by using the niobium-containing 
aqueous solution of the present invention exhibits high catalytic activity, so that it can be advantageously used for pro- 
ducing (meth)acrylic acid or (meth)acrylonrtiile in high yield. 

[0022] Examples of dicarboxylic acids used in the niobium-containing aqueous solution of the present invention 
include oxaJic acid, tartaric acid, malonic acid, succinic acid and phthalic acid. Of these, oxalic acid is preferred. Trie 

30 oxalic acid is generally available in the form of oxalic acid dihydrate or oxalic acid anhydride. 

[0023] Examples of niobium compounds used in the niobium-containing aqueous solution of the present invention 
include ajriobic acid, niobium hydrogenoxalate and cocotrioxaiatoamnrioniumniobate {(NHJalNbOtCgO^a] • 1.5H 2 C)}. 
Of these, a nfobic acid and niobium hydrogenoxalate are preferred. The niobic acid is a hydrated compound repre- 
sented by the following formula: ND2O5 • nh^O, which is also known as "niobium hydroxide" or "niobium oxide hydrate". 

35 [0024] In the niobium-containing aqueous solution of the present invention, the molar ratio (a) of the dicarboxylic acid 
to the niobium contained in the niobium compound satisfies the relationship: 1?(a)s 4, preferably 2s( a )s 4, more 
preferably 2s( a )s 3.5. When the dicarboxylic acid/niobium molar ratio (a) of the niobium-containing aqueous solution 
is outside the above-mentioned range, a problem is caused such that an oxide catalyst prepared using the niobium -con- 
taining aqueous solution has disadvantageous^ low catalytic activity. 

40 [0025] In the present invention, it is preferred that the concentration of the niobium compound (in terms of the niobium 
atom) in the niobium-containing aqueous solution is in the range of from 0.2 to 0.8 mol/kg of the niobium-containing 
aqueous solution. 

[0026] /The niobium-containing aqueous solution of the present invention may optionally contain ammonia [wherein 
the arnmonia may be present either in the form of ammonia {Nl-y or in the form of an ammonium ion (NH 4 *)]; however, 
45 it is necessary that the molar ratio (p) of the ammonia to the niobium contained in the niobium compound be 2 or less. 
K is preferred that the molar ratio ©) is 1 or less. When the ammonia/niobium molar ratio (0) of the niobium-containing 
aqueous solution is more than 2. a problem is caused such that an oxide catalyst prepared using the niobium-contain- 
ing aqueous solution has disadvantageous]/ low catalytic activity. 

[0027] When a niobium compound capable of generating ammonium ions, such as the above-mentioned oxotrioxaJa- 
so toammoniumniobate, is used to produce the niobium-containing aqueous solution of the present invention, the resultant 
aqueous solution inevitably contains ammonia. In this case, it is necessary that the ammonia content of the niobium- 
containing aqueous solution be controlled by using a niobium con-pound incapable of generating ammonium ions in 
combination with the niobium compound capable of generating ammonium ions, so that the ammonia/niobium molar 
ratio 0) of the niobium-containing aqueous solution becomes 2 or less. 
55 [0028] In the present invention, for obtaining a niobium-containing aqueous solution which can be advantageously 
used for producing an oxide catalyst having high catalytic activity, it is preferred that the niobium-containing aqueous 
solution contains no niobium compound undissolved and suspended therein. When the niobium-containing aqueous 
solution of the present invention contains suspended particles of niobium compound, a disadvantage is likely to be 
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caused such that the catalytic activity of an oxide catalyst produced using the niobium-containing aqueous solution 
becomes lower. Therefore, even if the niobium-containing aqueous solution of the present invention contains sus- 
pended particles of niobium compound, it is preferred that the amount of the suspended particles of niobium compound 
is as small as possible. Specifically, the amount of the suspended particles of niobium compound is preferably 2 % or 
less, more preferably 1 % or less, most preferably 0.5 % or less, in terms of the weight ratio (%) of the suspended nio- 
bium compound to the total of the dissolved niobium compound and the suspended niobium compound. 
[0029] The weight of the suspended particles of niobium compound can be determined by, for example, the following 
method. A predetermined amount of the niobium-containing aqueous solution is subjected to a suction filtration using 
a filter paper (such as, "No. 101 (135 mm* quantity 100" manufactured and sold by TOYO ROSHI KAISHA Ltd.. Japan), 
to thereby obtain a filtration residue. The obtained residue is dried overnight at 95 °C, and calcined at 850 °C for 2 
hours, to thereby isolate the niobium compound in the form of niobium oxide, and the weight of the obtained niobium 
oxide is measured. 

[0030] The total weight of the dissolved niobium compound and the suspended niobium compound can be deter- 
mined by. for example, the following method. A predetermined amount of the niobium-containing aqueous solution is 
added to a crucible and dried overnight at 95 followed by calcination at 850 °C for 2 hours, to thereby obtain the 
niobium compound in the form of niobium oxide, and the weight of the obtained niobium oxide is measured. 
[0031 ] The method for producing the niobium-containing aqueous solution of the present invention is explained here- 
inbelow. 

[0032] In the production of the niobium-containing aqueous solution of the present invention, when a niobium com- 
pound having high solubility as defined below is used, the niobium-containing aqueous solution of the present invention 
can be obtained simply by mixing water, a dicarboxylic acid and a niobium-containing compound while stirring wherein 
the molar ratio of the dicarboxylic acid to the niobium contained in the niobium compound is adjusted so as to be in the 
range of from 1 to 4. The above-mentioned niobium compound having high solubility is defined as a niobium compound 
which can be completely dissolved in an aqueous solution of dicarboxylic acid when water, a dicarboxylic acid and a 
niobium compound are mixed, while stirring, under the following conditions: 

(1) The temperature of mixing is from 50 to 100 °C; 

(2) The molar ratio of the dicarboxyiic acid to the niobium contained in the niobium compound is in the range of from 
1 to 4; and 

(3) The niobium concentration of the mixture of water, the dicarboxylic acid and the niobium compound is in the 
range of from 0.2 to 0.8 mol/kg of the mixture. 

. * i 

[0033] However, most of commercially available niobium compounds cannot be completely dissolved in the aqueous 
solution of dicarboxylic acid under the above-mentioned conditions (1) to (3) (such niobium compounds are. hereinafter, 
referred to simply as "niobium compounds having low solubility"). In addition, with respect to commercially available rtio- 
bic acid products, even in the case of the same type of niobic acid, different lots of niobic acid products have Different 
solubilities in the aqueous solution of dicarboxylic acid. 

[0034] When such a niobium compound having low solubility is employed to obtain the niobium-containing aqueous 
solution of the present invention, it is possible that a part of the niobium compound remains undissolved in the aqueous 
solution of dicarboxylic acid. However, even when such a niobium compound having low solubility is employed, the nio- 
bium-containing aqueous solution of the present invention can be easily prepared in accordance with any one of the 
below-described four methods (A) to (D). Hereinbelow, detailed explanation is made with respect to a preferred embod- 
iment of each of methods (A) to (D). 

Method (A) (cooling method): 

[0035] This method (cooling method) comprises the steps of: 

(i) mixing water, a dicarboxylic acid and a niobium compound to thereby obtain a preliminary niobium-containing 
aqueous solution or a niobium-containing aqueous semisolution having suspended therein a part of the niobium 
compound; 

(ii) cooling the preliminary niobium-containing aqueous solution or niobium-containing aqueous semisolution to 
thereby precipitate a part of the dicarboxylic acid; and 

(iii) removing the precipitated dicarboxylic acid from the preliminary niobium-containing aqueous solution, or 
removing the precipitated dicarboxylic acid and the suspended niobium compound from the niobium-containing 
aqueous semisolution, 

thereby obtaining a niobium-containing aqueous solution. 
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[0036] In step (i) of method (A) (cooling method), water, a dicarboxylic acid and a niobium compound are mixed 
together to obtain a preliminary niobium-containing aqueous solution or a niobium-containing aqueous semisolution 
(the term "semisolution" means a certain form of the mixture of water, a dicarboxylic acid and a niobium compound, in 
which most of the niobium compound molecules are dissolved but a small amount of the niobium compound molecules 
5 remains undissolved). 

[0037] With respect to the dicarboxylic acid used in method (A), oxalic acid is preferred. 

[0038] With respect to the niobium compound used in method (A), a niobic acid and niobium hydrogenoxalate are 
preferred. These niobium compounds can be used individually or in combination. 

[0039] For example, step (0 of method (A) can be performed by dissolving a dicarboxylic acid (such as oxalic acid) in 
10 water to thereby obtain an aqueous solution of dicarboxylic acid, and then mixing a niobium compound (such as a niobic 
acid or niobium hydrogen -oxalate) with the aqueous solution of dicarboxylic acid at about 50° to about 100 °C so that 
the [dicarboxylic acid/ Nb] molar ratio is preferably in the range of from 0.5 to 1 0, more preferably from 3 to 8. When the 
[dicarboxylic acid/Nb] molar ratio is more than 10, a large amount of the niobium compound can be dissolved in the 
aqueous solution of dicarboxylic acid; however, a disadvantage is likely to arise in that the amount of the dicarboxylic 
is acid which is caused to precipitate by the cooling in the below-described step (ii) becomes too large, thus decreasing 
the utilization of the dicarboxylic acid. On the other hand, when the [dicarboxylic acid/Nb] molar ratio is less than 0.5, a 
disadvantage is likely to arise in that a large amount of the niobium compound remains undissolved and is suspended 
in the aqueous solution of dicarboxylic acid to form a semisolution, wherein the suspended niobium compound is 
removed from the semisolution in the below-described step (Hi), thus decreasing the degree of utilization of the niobium 
20 compound. 

[0040] Step (i) of method (A) can also be performed by dissolving niobium hydrogenoxalate in water to thereby obtain 
a preliminary niobium-containing aqueous solution or a niobium-containing aqueous semisolution. 
[0041] The niobium concentration of the preliminary aqueous solution or aqueous semisolution obtained by step (i) 
of method (A) is preferably selected within the range of from 0.2 to 0.8 mol/kg of the solution or semisolution. 
25 [0042] In step (ii) of method (A), the aqueous solution or aqueous semisolution obtained by step (i) above is cooled 
to thereby precipitate a part of the dicarboxylic acid. 

[0043] The cooling method is not particularly limited. The cooling can be performed simply, for example, by means of 
ice, specifically by a method in which a vessel containing the solution or semisolution is placed on ice and allowed to 
cool, while stirring. By means of such cooling, a part of the dicarboxylic acid is precipitated. 

30 [0044] In step (iii) of method (A), the precipitated dicarboxylic acid is removed from the preliminary niobium-containing 
aqueous solution, or the precipitated dicarboxylic acid and the suspended niobium compound are removed from the 
niobium-containing aqueous semisolution, to thereby obtain a niobium-containing aqueous solution. 
[0045] The removal operation in step (iii) can be performed by a conventional method, for example, by decantation or 
filtration. The obtained niobium-containing aqueous solution can be stored at room temperature. 

35 [0046] In the niobium-containing aqueous solution obtained by method (A) above, the molar ratio (a) of the dicarbo- 
xylic acid to the niobium contained in the niobium compound satisfies the relationship: 2 s (a) =§ 4. 
[0047] In the present invention, the molar ratio (a) in the obtained niobium-containing aqueous solution is determined 
as follows. First, the niobium concentration of the niobium-containing aqueous solution is determined as follows. A sam- 
ple having a predetermined weight is taken from the niobium-containing aqueous solution and subjected to drying, 

40 thereby obtaining a dried niobium compound. The obtained niobium compound is calcined at 500° to 1 ,000 °C for 30 
minutes or more in an atmosphere of air. to thereby obtain niobium oxide (ND2O5), and the obtained niobium oxide is 
subjected to gravimetric analysis, thereby determining the molar amount of niobium in the original niobium-containing 
aqueous solution. Next the concentration of the cficarboxylic acid in the niobium-containing aqueous solution is deter- 
mined by a conventional method. For example, when oxalic acid is used as the dicarboxylic acid, the oxalic acid con- 

45 centration of the niobium-containing aqueous solution can be determined by permanganate titration. Based on the 
obtained dicarboxylic acid concentration, the molar amount of the dicarboxyfic acid in the niobium-containing aqueous 
solution is determined. The molar ratio (a) is determined from the thus obtained molar amounts of the niobium and 
dicarboxylic acid in the niobium-containing aqueous solution. 

[0048] It is preferred that the molar ratio (a) satisfies the relationship: 2s(a)s 3.5. If desired, a dicarboxylic acid or 
so a niobium compound may be added to the niobium-containing aqueous solution so that the molar ratio (a) falls within 
the above preferred range. As a supplementary niobium compound to be added for adjusting the molar ratio (a), it is 
preferable to use a niobic acid which has high solubility in an aqueous solution of dicarboxylic acid. As examples of such 
a highly soluble niobic acid, there can be mentioned a niobic acid obtained by step (iv) of the below-described method 
(C) and a niobic acid obtained by step (iv) of the below-described method (D). 

55 

Method (B) (insoluble Nb compound removal method): 

[0049] This method (insoluble Nb compound removal method) comprises the steps of: 
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(i) mixing water, a dicarboxylic acid and a niobium compound to thereby obtain a niobium-containing aqueous sem- 
isolution having suspended therein a part of the niobium compound; and 

(ii) removing the suspended niobium compound from the niobium-containing aqueous semisolution, 

thereby obtaining a niobium-containing aqueous solution. 

5 

[0050] In step (i) of method (B). water, a dicarboxylic acid and a niobium compound are mixed together to obtain a 
niobium-containing aqueous semisolution. 

[0051 1 With respect to the dicarboxylic acid used in method (B), oxalic acid is preferred. 
[0052] With respect to the niobium compound used in method (B). a niobic add is preferred. 
10 [0053] For example, step (0 of method (B) can be performed by dissolving a dicarboxylic acid (such as oxalic acid) in 
water to thereby obtain an aqueous solution of dicarboxylic acid, and then mixing a niobium compound (such as a niobic 
acid) with the aqueous solution of dicarboxylic acid at about 50° to about 100 °C so that the [dicarboxylic acid/Nb] molar 
ratio is in the range of from about 1 to about 4. 

[0054] The niobium concentration of the aqueous semisolution obtained by step (0 of method (B) is preferably 
is selected within the range of from 0.2 to 0.8 mol/kg of the aqueous semisolution. 

[0055] In step (ii) of method (B), the suspended niobium compound is removed from the niobium-containing aqueous 
semisolution obtained by step (i), to thereby obtain a niobium-containing aqueous solution. 

[0056] The removal of the suspended niobium compound in step (ii) can be performed, for example, by filtration, such 
as suction filtration or filtration under pressure. The amount of the suspended niobium compound removed from the 
20 aqueous semisolution is generally 1 0 % by weight or less, based on the weight of the niobium compound used instep 
(0 for obtaining the aqueous semisolution. 

[0057] In the niobium-containing aqueous solution obtained by method (B), the molar ratio (a) of the dicarboxylic acid 
to the niobium contained in the niobium compound satisfies the relationship: 1 s (a) s 4. It is preferred that the molar 
ratio (a) satisfies the relationship: 2s( a )s 4. more advantageously 2 s (a) s 3.5. If desired, a dicarboxylic acid or a 
25 niobium compound may be added to the niobium-containing aqueous solution so that the molar ratio (a) falls within the 
above preferred range. As a supplementary niobium compound to be added for adjusting the molar ratio (a), it is pref- 
erable to use a niobic acid which has high solubility in an aqueous solution of diwuDoxylic acid. As examples of such a 
highly soluble niobic acid, there can be mentioned a niobic acid obtained by step (iv) of the below-described method 
(C) and a niobic acid obtained by step (iv) of the below-described method (D). 

30 

Method (C) (acidic solution-basic compound method): 

[0058] This method (acidic solution-basic compound method) comprises the steps of: 

35 (i) adding a niobium compound to an aqueous acidic solution to thereby obtain a niobium-containing aqueous 
acidic semisolution having suspended therein a part of the niobium compound; 

(ii) removing the suspended niobium compound from the niobium-containing aqueous acidic semisolution to 
thereby obtain a niobium-containing aqueous acidic solution; 

(Hi) adding a basic compound to the niobium-containing aqueous acidic solution to precipitate the niobium in the 
40 form of a niobic acid; 

(iv) recovering the precipitated niobic acid; and 

(v) dissolving the niobic acid in a mixture of water and a dicarboxylic acid, 

thereby obtaining a niobium-containing aqueous solution. 

45 [0059] In step (i) of method (C). a niobium compound is added to an aqueous acidic solution to thereby obtain a nio- 
bium-containing aqueous acidic semisolution. 

[0060] Examples of aqueous acidic solutions include aqueous solutions of oxalic acid, tartaric acid, acetic acid, hydro- 
chloric acid, hydrofluoric acid, nitric acid, sulfuric acid and phosphoric acid. Among these aqueous acidic solutions, an 
aqueous solution of oxalic acid and an aqueous solution of tartaric acid are preferred. 

so [0061 ] With respect to the niobium compound used in method (C), a niobic acid is preferred. 

[0062] For example, step (i) of method (C) can be performed by adding a niobium compound (such as a niobic acid) 
to an aqueous acidic solution (such as an aqueous solution of oxalic acid or tartaric acid) at about 50° to about 1 00 °C 
in an amount such that the [aqueous acidic solution-derived acid/Nb] molar ratio is in the range of from 4 to 8. The 
resultant aqueous acidic semisolution has suspended therein only a small part of the niobium compound. 

55 [0063] The niobium concentration of the aqueous acidic semisolution obtained by step (i) of method (C) is preferably 
selected within the range of from 0.2 to 0.8 mol/kg of the aqueous acidic semisolution. 

[0064] In step (ii) of method (C), the suspended niobium compound is removed from the niobium-containing aqueous 
acidic semisolution obtained by step (i) above to thereby obtain a niobium-containing aqueous acidic solution. The 
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removal of the suspended niobium compound in step (ii) can be performed by a conventional method, for example, by 
decantation, filtration or centrifugation. 

[0065J In step (iii) of method (C), a basic compound is added to the niobium-containing aqueous acidic solution 
obtained by step (ii) to precipitate the niobium in the form of a niobic acid. 

[0066] Examples of basic compounds used instep (iii) of method (C) include ammonia, hydroxides of alkali metals 
and hydroxides of alkaline earth metals. Among these compounds, ammonia is preferred. 

[0067] For example, step (iii) of method (C) can be performed by adding a basic compound (such as ammonia) to the 
aqueous acidic solution obtained by step (ii) above, while stirring, in an amount such that the pH of the resultant mixture 
is in the range of from 2 to 12, preferably from 5 to 10. to thereby precipitate the niobium in the form of a niobic acid. 
[0068] In step frv) of method (C), the niobic acid precipitated in step (iii) above is recovered. The recovery of the pre- 
cipitated niobic acid can be performed by a conventional method, for example, by decantation, f atration or centrifuga- 
tion. 

WJ069] It is preferred that the recovered niobic acid is thoroughly washed, and then dried. The drying can be per- 
formed in an atmosphere of air, more preferably under a stream of air or in vacuo, at a temperature of from 50° to 130 
°C. It is also preferred that the drying of the niobic acid is conducted under conditions wherein the niobic acid does not 
experience local heating to any large extent. The resultant dried niobic acid has an Nb content such that, when the dried 
niobic acid is calcined at 500° to 1,000 «C for 30 minutes or more in an atmosphere of air. Nc^As « obtained in an 
amount of 10 to 84 % by weight, preferably 20 to 82 % by weight, based on the weight of the original dried niobic acid 
before calcination. 

[0070] in step (v) of method (C). the niobic acid obtained by step (iv) above is dissolved in a mixture of water and a 
dicarboxylic acid to thereby obtain a niobium-containing aqueous solution of the present invention. 
[0071] As the dicarboxylic acid used instep (v) of method (C). oxalic acid is preferred. 

[0072] In the niobium-containing aqueous solution obtained by method (C), the molar ratio (a) of the dicarboxylic acid 
to the niobium contained in the niobium compound satisfies the relationship: 1 s ( a ) * 4, preferably 2 * fa) s 4 more 
preferably 2 s (a) s 3.5. 



Method (D) (basic solution-acidic compound method): 

[0073] This method (basic solution-acidic compound method) comprises the steps of: 

(i) adding a niobium compound to an aqueous basic solution to thereby obtain a niobium-containing aqueous basic 
semisplution having suspended therein a part of the niobium compound; 

(ii) removing the suspended niobium compound from the niobium-containing aqueous basic semisolution to 
thereby obtain a niobium-containing aqueous basic solution; 

(iii) adding an acidic compound to the niobium-containing aqueous basic solution to precipitate the niobium in the 
form of a niobic acid; 

(iv) recovering the precipitated niobic acid; and 

(v) dissolving the niobic acid in a mixture of water and a dicarboxylic acid, 

thereby obtaining a niobium-containing aqueous solution. 

[0074] In step (i) of method (C), a niobium compound is added to an aqueous basic solution to thereby obtain a nio- 
bium-containing aqueous basic semisolution. 

[0075] Examples of aqueous basic solutions include aqueous solutions of alkali metal hydroxides and aqueous 
ammonia. Among these aqueous basic solutions, an aqueous solution of potassium hydroxide and an aqueous solution 
of sodium hydroxide are preferred. 

[0076] With respect to the niobium compound used in method (D). a niobic acid is preferred. 
[0077] For example, step (i) of method (D) can be performed by charging a niobium compound (such as a niobic acid) 
into an autoclave together with an aqueous basic solution (such as an aqueous solution of potassium hydroxide or 
sodium hydroxide) and then heating the resultant mixture at 100 °C or more. The resultant aqueous basic semisolution 
has suspended therein only a small part of the niobium compound. 

[0078] The concentration of the base in the aqueous basic semisolution obtained by step (i) of method (D) can be 
selected within the range of from 1 to 10 mol/kg of the aqueous basic semisolution. The niobium concentration of the 
aqueous basic semisolution obtained by step (i) of method (D) is preferably selected within the range of from 0.2 to 0.8 
mol/kg of the aqueous basic semisolution. 

[0079] In step (ii) of method (D). the suspended niobium compound is removed from the niobium-containing aqueous 
basic semisolution obtained by step (i) above to thereby obtain a niobium-containing aqueous basic solution. The 
removal of the suspended niobium compound in step (ii) can be performed by a conventional method, such as decan- 
tation. filtration or centrifugation. 
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[0080] In step (iii) of method (D), an acidic compound is added to the niobium-containing aqueous basic solution 
obtained by step (ii) to precipitate the niobium in the form of a niobic acid. 

[0081] Examples of acidic compounds used instep (iii) of method (D) include nitric acid, hydrochloric acid, sulfuric 
acid, phosphoric acid, oxalic acid, tartaric acid and acetic acid. Among these acids, nitric acid is preferred. 
[0082] For example, step (iii) of method (D) can be performed by adding an acidic compound (such as nitric acid) to 
the aqueous basic solution obtained by step (ii) above, while stirring, in an amount such that the pH of the resultant mix- 
ture is in the range of from 1 2 to 6. preferably from 1 0 to 7, to thereby precipitate the niobium in the form of a niobic acid. 
[0063] In step (iv) of method (D), the precipitated niobic acid formed by step (iii) above is recovered. The recovery of 
the precipitated niobic acid can be performed by a conventional method, for example by decantation, filtration or cen- 
trifugation. 

[0084] It is preferred that the recovered niobic acid is thoroughly washed, and then dried. The drying can be per- 
formed in an atmosphere of air, more preferably under a stream of air or in vacuo, at a temperature of from 50° to 130 
°C. It is also preferred that the drying of the niobic acid is conducted under conditions wherein the niobic acid does not 
experience local heating to any large extent. The resultant dried niobic acid has an Nb content such that, when the dried 
niobic acid is calcined at 500° to 1,000 °C for 30 minutes or more in an atmosphere of air, NbgOg is obtained in an 
amount of 10 to 84 % by weight, preferably 20 to 82 % by weight, based on the weight of the original dried niobic acid 
before calcination. 

[0085] In step (v) of method (D), the niobic acid obtained by step (iv) above is dissolved in a mixture of water and a 
dicarboxylic acid to thereby obtain a niobium-containing aqueous solution of the present invention. 
[0086] As the dicarboxylic acid used instep (v) of method (D), oxalic acid is preferred. 

[0087] In the niobium-containing aqueous solution obtained by method (D), the molar ratio (a) of the dicarboxylic acid 
to the niobium contained in the niobium compound satisfies the relationship: U( Q )s 4, preferably 2 s fa) s 4 more 
preferably 2 s (a) s 3.5. 

[0088] In another aspect of the present invention, there is provided a niobium-containing oxide catalyst for use in a 
catalytic oxidation or ammoxidation of propane or isobutane in the gaseous phase, comprising an oxide of a plurality of 
active component elements including niobium (La, a compound oxide). The oxide catalyst of the present invention is 
prepared by a process comprising mixing the niobium-containing aqueous solution of the present invention with an 
aqueous mixture or aqueous mixtures containing compounds of active component elements of the oxide catalyst other 
than niobium, to thereby provide an aqueous compound mixture, and drying the aqueous compound mixture, followed 
by calcination. 

[0089] In the present invention, it is preferred that the oxide catalyst comprises a compound oxide of niobium, molyb- 
denum, vanadium, and at least one element selected from the group consisting of tellurium and antimony. 
[0090] With respect to the sources of active component elements other than niobium, there is no particular limitation 
as long as the source contains a desired element. Specifically, it is preferred that ammonium heptamolybdate is used 
as a source of molybdenum; ammonium metavanadate is used as a source of vanadium; telluric acid is used as a 
source of tellurium; and an antimony oxide is used as a source of antimony. 

[0091] In addition to those active component elements, the oxide catalyst may optionally contain at least one compo- 
nent element selected from the group consisting of the following elements: W, Cr, Ta, Ti, Zr, Hf, Mn, Re, Fe, Ru, Co, Rh, 
Ni, Pd, Pt, Cu, Ag, Zn, B, Al, Qa, In, Ge, Sn, Pb, P, Bi, rare earth elements, and alkaline earth metals. Examples of 
sources of these elements include a nitrate, an oxalate, an acetate, a hydroxide, an oxide, an ammonium salt and a car- 
bonate of the above-mentioned at least one component element. 

[0092] As a specific example of a composition of the oxide catalyst of the present invention, there can be mentioned 
a composition represented by the following formula: 

rvto 1 V ft Nb b X c 2 d O n 

wherein: 

X is at least one element selected from the group consisting of Te and Sb; 

Z is at least one element selected from the group consisting of W, Cr. Ta. Ti. Zr. Hf, Mn, Re, Fe, Ru, Co, Rh, Ni, Pd, 

Pt, Cu. Ag, Zn. B, Al, Qa, In, Ge, Sn, Pb, P. Bi, rare earth elements, and alkaline earth metals; and 

a, b. c. d and n are, respectively, the atomic ratios of vanadium, niobium, X, Z and oxygen, relative to molybdenum, 

wherein 

0.1 s as 1.0, 

preferably 0.2 s a s 0.6; 

0.01 £bs 1.0, 

preferably 0.05 sbs 0.5; 

0.01 scsi.O, 
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preferably 0.05 s c s 0.5; 
Osds 1.0. 

preferably 0 s d s 0.1 , and 

n is a number determined by the valence requirements of the other elements present. 

[0093] The oxide catalyst of the present invention may further comprise a carrier having supported thereon the oxide 
of a plurality of active component elements. Examples of carriers used in the present invention include silica, alumina. 
Mania, magnesia and zirconia. Of the above-mentioned carriers, silica is preferred. When silica is used as a carrier a 
preferred source of silica is a silica sol. Examples of silica sols include a silica sol stabilized with alkali metal ions and 
fn^^f s J ) ' # f tabi,ized ammonium ions. Of these, the silica sol stabilized with ammonium ions is preferred 
[0094] When the oxide catalyst of the present invention is in a silica-supported form, the oxide catalyst does not suffer 
a lowenng of the catalytic activity, differing from the conventional silica-supported oxide catalysts for use in a catalytic 
oxidation or ammoxidation of propane or isobutane in the gaseous phase. 

[0095] The amount of the earner is preferably from 20 to 70 % by weight, more preferably from 20 to 60 % by weight, 
based on the total weight of the oxide and the carrier. 

[0096] For producing the oxide catalyst of the present invention, which is supported by a carrier, source of a carrier 
(such as silica) may be added to at least one member selected from the group consisting of the above-defined niobium- 
containing aqueous solution, the above-defined aqueous mixture or mixtures containing compounds of active compo- 
nent elements of the oxide catalyst other than niobium, and the above^defined aqueous compound mixture in the proc- 
ess for producing the oxide catalyst. 

[0097] The oxide catalyst of the present invention can be produced by the above mentioned process using the nio- 
bium-containing aqueous solution of the present invention. More specifically, the oxide catalyst of the present invention 
can be prepared by a process comprising the steps of (1) mixing the niobiunvcontaining aqueous solution of the 
present invention with lan aqueous mixture or aqueous mixtures containing compounds of active component elements 
of the oxide catalyst other than niobium, to thereby provide an aqueous compound mixture, (2) drying the aqueous 
compound mixture obtained in step (1) above to obtain a dried catalyst precursor, and (3) calcining the dried catalyst 
precursor obtained in step (2) above. 

[0098] Hereinbelow, explanation is made with respect to a preferred embodiment of the above-mentioned process for 
producing the oxide catalyst of the present invention, which comprises steps (1 ), (2) and (3) above 
[0099] In step (1), an aqueous compound mixture is prepared. First, an aqueous mixture is prepared by dissolving 
ammonium heptamolybdate. ammonium metavanadate and telluric acid in water (this aqueous mixture is designated 
"aqueous mixture A"). Alternatively, when antimony is used as a component element, an aqueous mixture is first pre- 
pared by a method in which an antimony trioxide powder is dispersed in an aqueous solution of ammonium metavana- 
date. thereby obtaining a dispersion, and the obtained dispersion is heated under reflux conditions to thereby obtain a 
solution or slurry, and then, ammonium heptamolybdate and. optionally, telluric acid are added to the obtained solution 
or slurry to obtain an aqueous mixture (this aqueous mixture is designated "aqueous mixture A'"). 
[01 00] In addition, when the above-mentioned at least one optional element is used as an active component element 
anaqueous mixture is prepared by dissolving in water a source (e.g.. a nitrate, an oxalate, an acetate, a hydroxide an 
oxide, an ammonium salt or a carbonate) of the at least one optional element (this aqueous mixture is designated 
"aqueous mixture B"). 

[0101] To aqueous mixture A or A' are successively added the niobium-containing aqueous solution of the present 
invention and (optionally) aqueous mixture B in accordance with the desired composition for the catalyst, to thereby 
obtain an aqueous compound mixture. 

[0102] When the oxide catalyst of the present invention further comprises a silica carrier having supported thereon 
the oxide of a plurality of active components, the aqueous compound mixture further contains a silica sol. The addition 
of a silica sol can be made at any time during the above preparation operation for the aqueous compound mixture 
which comprises prepanng aqueous mixture A or A', the niobiumwrtaining aqueous solution of the present invention 
and optionally aqueous mixture B, and mixing these liquids together. 

[0103] The aqueous compound mixture prepared in the above manner can be obtained in the form of a solution but 
is generally obtained in the form of a slurry. 

[0104] In step (2), the aqueous compound mixture obtained in step (1) above is subjected to spray drying The spray 
drying of the mixture can be generally conducted by centrifugation, two-phase flow nozzle method or high pressure noz- 
zle method to obtain a dried particulate catalyst precursor. In this instance, it is preferred to use air which has been 
heated by an electric heater, steam or the like, as a heat source for drying, ft is preferred that the temperature of the 
spray dryer at an entrance to the dryer section thereof is from 1 50° to 300 °C. Spray drying can be performed in an alter- 
native handy way. for example, by spraying the aqueous compound mixture onto a steel plate which has been heated 
to a temperature of 100° to 300 °C. 

[0105] In step (3). the dried particulate catalyst precursor obtained in step (2) above is calcined to thereby obtain an 
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oxide catalyst The dried particulate catalyst precursor is calcined in an atmosphere of an inert gas, such as nitrogen 
gas, argon gas or helium gas, which is substantially free of oxygen, preferably under a stream of an inert gas. at a tem- 
perature of 500° to 700 -ft preferably 550° to 650 °C for 0.5 to 20 hours, preferably 1 to 8 hours. 
[01 06] For the calcination, a Win, such as a rotary kiln, a tunnel Win. a muffle kin or a fluidized firing kiln can be used 
[0107] Prior to the calcination in step (3), the dried catalyst precursor obtained in step (2) above may be heat-treated 
in an atmosphere of air or under a stream of air at a temperature of 200° to 400 °C for 1 to 5 hours. 
[0108] (Meth)acrylic acid or (meth)acrylonitrile can be produced by the gaseous phase oxidation or the gaseous 
phase ammoxidation of propane or isobutane in the presence of the niobium-containing oxide catalyst of the present 
invention. 

[01 09] The process of the present invention for producing (meth)acrylic acid or (meth)acrylonitrile can be conducted 
in a conventional reactor, such as a fixed-bed reactor, a fluidized-bed reactor or a moving-bed reactor. Of these reac- 
tors, a fluidized-bed reactor is preferred from the viewpoint of ease in removal of the heat generated during the oxidation 
or ammoxidation. The reaction mode employed in the process of the present invention may be either a one-pass mode 
or a recycling mode. 

[01 1 0] Propane or isobutane and ammonia used in the process of the present invention need not be of very high purity 
but may be of a commercial grade. 

[0111] Examples of sources of molecular oxygen include air, an oxygen-rich air and pure oxygen. Further, such a 
source of molecular oxygen may be diluted with helium, argon, nitrogen, carbon dioxide, steam or the like. 
[01 1 2] In the present invention, the catalytic oxidation reaction of propane or isobutane in the gaseous phase can be 
conducted under the following conditions. The molar ratio of molecular oxygen to propane or isobutane used for the oxi- 
dation is generally in the range of from 1 :0.5 to 1 :10, preferably from 1 :1 to 1:5. The oxidation temperature is generally 
in the range of from 300° to 500 «C, preferably from 350° to 450 °C. The oxidation pressure is generally in the range of . 
from 0.5 to 5 atm.. preferably from 1 to 3 atm. The time of contact (contact time) between the gaseous feedstocks and 
the catalyst is generally in the range of from 0. 1 to 10 sec • g/cc. preferably from 0.5 to 5 sec • g/cc. 
[01 1 3] In the process of the present invention, the contact time during the catalytic oxidation of propane or isobutane 
or during the catalytic ammoxidation of propane or isobutane is determined according to the following formula: 



Contact time (sec -g/cc) ■ 



273 

(W/F) x 

(273 + T) 



wherein: 

W represents the weight (g) of the catalyst contained in the reactor; 

F represents the flow rate (Ncc/sec) of the gaseous feedstocks [Ncc means cc as measured under the normal tem- 
perature and pressure conditions (0 °C t 1 atm)]; and 
T represents the reaction temperature (°C). 

[01 1 4] In the present invention, the catalytic ammoxidation of propane or isobutane in the gaseous phase can be con- 
ducted under the following conditions. The [propane or isobutane : ammonia : molecular oxygen] molar ratio is generally 
in the range of from 1 : 0.3 to 1 .5 : 0.5 to 10, preferably from 1 : 0.8 to 1 .2 : 1 to 5. The ammoxidation temperature is 
generally in the range of from 350° to 500 °C, preferably from 380° to 470 °C. The ammoxidation pressure is generally 
in the range of from 0.5 to 5 atm., preferably from 1 to 3 atm. The time of contact (contact time) between the gaseous 
feedstocks and the catalyst is generally in the range of from 0,1 to 10 sec • g/cc, preferably from 0.5 to 5 sec • g/cc. 

BEST MODE FOR CARRYING OUT THE INVENTION 

[011 5] Hereinbelow, the present invention will be described in more detail with reference to the following Examples 
and Comparative Examples, which should not be construed as limiting the scope of the present invention. 
[01 1 6] In the following Examples and Comparative Examples, an ammoxidation of propane and an oxidation of pro- 
pane were conducted to produce acryionitrile and acrylic acid, respectively. 



14 



EP0 895 809A1 

[01 1 7] The results of the ammoxidation were evaluated in terms of the conversion (%) of propane, the selectivity (%) 
for acrylonitnle and the yield (%) of acrylonitrile, which are, respectively, defined as follows: 



Conversion (%) of propane - 

mole of propane reacted 

x ioo 

mole of propane fed 



Selectivity (%) for acrylonitrile - 

mole of acrylonitrile formed 

" x ioo 

mole of propane reacted 



Yield of acrylonitrile (%) - 

mole of acrylonitrile formed 

— x ioo 

mole of propane fed 



[0118] The results of the oxidation were evaluated in terms of the conversion (%) of propane, the selectivity (%) for 
acrylic acid and the yield (%) of acrylic acid, which are, respectively, defined as follows: 

Conversion (%) of propane » 

mole of propane reacted 

x ioo 

mole of propane fed 

Selectivity (%) for acrylic acid « 

mole of acrylic acid formed 

x ioo 

mole of propane reacted 



Yield of acrylic acid (%) « 

mole of acrylic acid formed 

— - x ioo 

mole of propane fed 
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Example 1 



(Preparation of a niobium-containing aqueous solution) 

I2 19 LS 71 W !! er JT 6 added 17 64 9° f niobic «*1 (A) (manufactured and sold by Soekawa Chemical Co 

E to Si^^ 76 6 % * W8i9W) ■ nd 34 60 0 of «* acW <H«QA • 2H2C-) while stirring at a£ut 60 
C. to thereby obtain a n.obium-containing aqueous solution (E-1) having an oxalic acid/Nb molar ratio of 2.7. 

(Preparation of a niobium-containing oxide catalyst) 

l °2 201 £ ni ^ um -containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide 

coXui^oS ^!L"X ' n a " 8m< r I 30 % ^ WeiflW 10 tefmS * Abased on^toZSiw ofte 
mTT^L r» ^ 8 03 Ca : f,6r ' 3nd wherein * e compound oxide is represented by the formula: 
Mo 1 V 0 . 33 Nb 0 . 11 Te 0 . 22 O n , was prepared as follows. 

[0121] To 720 g of water were added 164.31 g of ammonium heptamolybdate KNI-UcMo,Oo. -4H oi «ns nn f 

ssssr"* (NH4V03) ** 4715 «£». ^JK^^^r 

10122] To the obtained aqueous solution was added 300 g of a silica sol having a SiO, content of 30 % by weiaht 

t^lT^ 0 ^ * C0 ° linfl 10 30 ° C "« ^wsnt addition of the niobiun^aining^^ 

to thereby obtain an aqueous compound mixture. 4 uoon lc ,; " 

SfvirJTn 6 ^!^ T 60 " 6 ~ rnpound ""^ was sub »«cted to a spray drying by means of a centrifugation type 
spray-drying apparatus under conditions such that the entrance and exit temperatures of the dryer of the sorav-drvinn 

85 a 2 ^ "'T" T hea, - treated in 106 air * 27 * °C for 2 hours to obtain a compound oxide. 

85 g of the obtained compound oxide was charged into a SUS tube (diameter: 1 inch) and calcined at 600 °C for 2 hours 

EEl^ST *? n ™T 01 150 Ncc/min < Ncc meare 00 - measured under tiTe n^.Te^eraire 
and pressure conditions, namely, at 0 -C under 1 atm.). to thereby obtain a silica-supported. niobium-contaiZg oxide 

(Ammoxidation of propane) 

w SLd^Ji^T 5 ^ 0btained 4 ab0 r e was char B°°" i«o a Vycor glass fluidized-bed reaction tube having 
an inner diameter of 25 mm. A gaseous mixture having a molar ratio of propane : ammonia : oxygen : helium of 1 : 1 2 
. 3 : 1 2 was fed into the reaction tube from the tower portion thereof at a flow rate of 5.83 Ncc/sec. to thereby effect an 
ammoxidation of propane to produce acrylonitrile. The reaction temperature was 430 'C. and the reaction pressure was 
atmospheric pressure. The time of contact (contact time) between the oxide catalyst and the gaseous mixture of the 
feedstocks was 3.0 sec -g/cc. The results of the ammoxidation are shown in Table 1 . together with the compositio id 
the n.obium-containing aqueous solution used for producing the catalyst companion or 

Exampln 7 

(Preparation of a niobium-containing aqueous solution) 

[0126] Preparation of a niobium-containing aqueous solution was performed in substantially the same manner as in 
Example 1 . except that oxalic acid Wh p 4 • 2H e O) was used in an amount of 38.45 g. to meriy^TnSSm 
containing aqueous solution (E-2) having an ooralic adoYNb molar ratio of 3.0. 

(Preparation of a niobium-containing oxide catalyst) 

En i^Sl^^ Cately8t com P fi6i « , fl a «*» <*™<* havin 9 supported thereon a compound oxide. 
™ ^ •? T L m amOUrt 01 30 % * ^Sht in terms of Si0 2 . based on the total weight of the 

STT ^L x n 8,1,08 Carrier - and wnerein compound oxide is represented by the formula- 
M01Vo-33Nbo.11Teo.22On. was prepared in substantially the same manner as in Example 1. except that the niobium- 
containing aqueous solution (E-2) was used instead of the niobium-containing aqueouTsoluiion (?1) 

(Ammoxidation of propane) 

10128] The ammoxidation of propane was performed in substantially the same manner as in Example 1. except that 
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I^^JL™ 6 " ^"^^ inStGad * thG ° Xide P^red in Example 1. The results of the 

Example 3 

(Preparation of a niobium-containing aqueous solution) 

EdfH cVZt^fZ^T" 17M9rtni ^ cacW ( A )^°5Conter rt :76.6%by weight). 38.45gof oxalic 
ft^SSin a 5^ 6 ±° * aqUe ° US amm0 " ia (NHa Con,en,: 25 % bv «*BN). while stirring at about 60 -C. to 
«X^ rato 7™ ^ aqUe ° US 80lUt '° n (E - 3) havin9 ^ oxalic **™> ratio of 3.0 and an ammo- 

(Preparation of a niobium-containing oxide catalyst) 

[° 130 ! * niobium-containing oxide catalyst comprising a silica carrier having supported thereon a comoound oxide 

£Z?Z?2? ^ I? Pre8ert in a " am0Unt 01 30 % b * in te ™ of Sl?£ based <Ttn 'SSSSS 
K™*; "* an l ,he ^ lica and herein the compound oxide fs represented * »e ^formula 

Mo i Vo ? 3Nb 0 . 11 Te 0 . 22 O n was prepared m substantially the same manner as in Exampte 1 . except that the nfobium- 
containing aqueous solution (E-3) was used instead of the niobium-containing aqueouTsolutWjS) 

(Ammoxidation of propane) 

tS ~L ^tZ^!^ of propane was performed in sifcstantially the same manner as in Example 1. except that 
^ W3S ^ inSt8ad * the oxide prepared in Example 1 The resultsof the 

zxttjsszzss: m Tawe 1 • ^^'-^^^^^^^ 

Comparative Example 1 

30 

(Preparation of a niobium-containing aqueous solution) 

L»^L» ? e ^T«. e l a " i ? biUm \ COntainin9 aqueous so,ution was Performed in substantially the same manner as in 
35 i « aqueous ammonia (NH 3 content: 25 % by weight) were, respectively, used in 

!^ 6 * to *22! by ( ! bta,n 8 niobium -«^nino aqueous solution (C-1) having an oxalto acid/Nb 
molar ratio of 3.0 and an ammonia/Nb molar ratio of 2.4. . 

(Preparation of a niobium-containing oxide catalyst) 

" S n ^ "iobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide. 

MnT^L ■? ^ thS 8,1,08 camer ' ^ wnerein *• compound oxide is represented by the formula: 
Mo£o-33^.iiTeo.220 n . was prepared in substantially the same manner as in Example 1. except that the niobium- 
contaimng aqueous solution (C-1) was used instead of the niobiurn-containing aqueois solution (E-1) 

(Ammoxidation of propane) 

SI^o^ e ta a T QXk,ati ^ °L Pr0pane WaS P 8 *"™ 0 in sitstantially the same manner as in Example 1. except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1 The resultsof the 

zsttssr in Tawe 1 * ,oge,her * e tamposrtion 01 ^^^^^^^ 

Example 4 

ss (Preparation of a niobium-containing aqueous solution) 

E!? , P ' eparaii °" °! a ntobiunvcontaining aqueous solution was performed in substantially the same manner as in 
Example 1 . except that water and oxalic acid (H^ ■ 2H 2 0) were, respectively, used in amounts of 160 g and 44.85 



45 
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g, to thereby obtain a niobium-containing aqueous solution (E-4) having an oxalic acid/Nb molar ratio of 3.5. 
(Preparation of a niobium-containing oxide catalyst) 

5 [0136] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 30 % by weight in terms of Si0 2 , based on the total weight of the 
compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
M Oi v o-33 Nb o-ii Te o-22°rv was prepared in substantially the same manner as in Example 1, except that the niobium- 
containing aqueous solution (E-4) was used instead of the niobium-containing aqueous solution (E-1). 

10 

(Ammoxidation of propane) 

[01 37] The ammoxidation of propane was performed in substantially the same manner as in Example 1 , except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1. The results of the 
is ammoxidation are shown in Table 1 , together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 

Example 5 

20 (Preparation of a niobium-containing aqueous solution) 

[0138] Preparation of a niobium-containing aqueous solution was performed in substantially the same manner as in 
Example 4, except that oxalic acid (H2C2O4 • 2H 2 0) was used in an amount of 51 .26 g, to thereby obtain a niobium- 
containing aqueous solution (E-5) having an oxalic acid/Nb molar ratio of 4.0. 

25 

(Preparation of a niobium-containing oxide catalyst) 

[0139] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 30 % by weight in terms of Si0 2 , based on the total weight of the 
30 compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
lvlOtVo.33Nbo.11Teo.22On. was prepared in substantially the same manner as in Example 1. except that the niobium- 
containing aqueous solution (E-5) was used instead of the niobium-containing aqueous solution (E-1). 

(Ammoxidation of propane) 

35 

[0140] The ammoxidation of propane was performed in substantially the same manner as in Example 1 , except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1 . The results of the 
ammoxidation are shown in Table 1 , together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 

40 

Comparative Example 2 

(Preparation of a niobium-containing aqueous solution) 

45 [01 41 ] Preparation of a niobium-containing aqueous solution was performed in substantially the same manner as in 
Example 1 , except that water and oxalic acid (H 2 C20 4 • H2O) were, respectively, used in amounts of 1 1 0 g and 96. 1 1 
g, to thereby obtain a niobium-containing aqueous solution (C-2) having an oxalic acid/Nb molar ratio of 7.5. 

(Preparation of a niobium-containing oxide catalyst) 

50 

[0142] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 30 % by weight in terms of Si0 2 , based on the total weight of the 
compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
MoiV 0 .3 3 Nbo.iiTeo. 22 O n , was prepared in substantially the same manner as in Example 1, except that the niobium- 
55 containing aqueous solution (C-2) was used instead of the niobium-containing aqueous solution (E-1). 
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(Ammoxidation of propane) 

[0143] The ammoxidation of propane was performed in substantially the same manner as in Example 1 . except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1 . The results of the 
ammoxidation are shown in Table 1 . together with the composition of the niobiurn-containing aqueous solution used for 
producing the catalyst. 

Example 6 

(Preparation of a niobium-containing aqueous solution) 

[0144] To 120 g of water were added 12.60 g of niobic acid (A) (Nb^ content: 76.6 % by weight) and 27.46 g of 
oxalic acid (H2C2O4 • 2H 2 0). while stirring at about 60 °C. to thereby obtain a niobium-containing aqueous solution (E- 
6) having an oxalic acid/Nb molar ratio of 3.0. 

(Preparation of a niobium-corttaining oxide catalyst) 

[0145] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 50 % by weight in terms of SiO z , based on the total weight of the 
compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
M01Vo.33Nbn.nTeo.22On' was prepared as follows. 
[0146] ^510 g of water were added 117.36 g of ammonium heptamolybdate [<NH 4 ) 6 Mo 7 0 24 -4H 2 0]. 25.75 g of 
ammonium metavanadate (NH 4 V03) and 33.68 g of telluric acid (H 6 Te0 6 ). while stirring at 60 *C. to thereby obtain an 

25 W47\* ^eobtained aqueous solution was added 500 g of a silica sol having a SiO a content of 30 % by weight, 
while stirring, followed by cooling to 30 «C and subsequent addition of the niobium-containing aqueous solution (E-6). 
to thereby obtain an aqueous compound mixture. . . . 

[0148] The obtained aqueous compound mixture was subjected to spray drying, heat-treatment and calcination in 
substantially the same manner as in Example 1 . to thereby obtain a silica-supported, niobium-containing ox.de catalyst. 

(Ammoxidation of propane) 

[0149] The ammoxidation of propane was performed in substantially the same manner as in Example 1. exceptthat 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1 . The results of the 
ammoxidation are shown in Table 1 . together with the composition of the niobium-containing aqueous solution used tor 
producing the catalyst. 

Comparative Example 3 

40 (Preparation of a niobium-corttaining aqueous solution) 

[0150] Preparation of a niobium-containing aqueous solution was performed in substantially the same mannw as in 
Example 6. except that water and oxalic acid (HgC^Ai - 2H 2 0) were, respectively, used in amounts of 80 g and 68.65 
g. to thereby obtain a ntoeium-containing aqueous solution (C-3) having an oxalic acid/Nb molar ratio of 7.5. 

(Preparation of a niobium-corrtaining oxide catalyst) 

[0151] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon ""^^o^. 
Serin the silica carrier is present in an amount of 50 % by weight in terms of SiO ? . based on *e total wejght of ta 
compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula. 
M 01 W4bn uTeo^On. was prepared in substantially the same manner as in Example 6. except t that the niobium- 
containing aqueous solution (C-3) was used instead of the niobium-containing aqueous solution (E-6). 



30 



35 



45 



50 



55 



(Ammoxidation of propane) 

[0152] The ammoxidation of propane was performed in substantially the same manner as in Example l^ceptthat 
tte oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example M The ^ts^of the 
ammoxidation are shown in Table 1 . together with the composition of the niobium-containing aqueous solution used for 



19 



EP 0 895 809 A1 



producing the catalyst. 
Example 7 

(Preparation of a niobium-containing aqueous solution) 

[0153] To 250 g of water were added 25.20 g of niobic acid (A) (N02O5 content: 76.6 % by weight) and 45.77 g of 
oxalic acid (H 2 C 2 0 4 • 2H 2 0), while stirring at about 60 *C, to thereby obtain a niobium-containing aqueous solution (E- 
7) having an oxalic acid/Nb molar ratio of 2.5. 

(Preparation of a niobium-containing oxide catalyst: M01Vo.33Nbo.nTQo ^On) 

[01 54] To 1 .030 g of water were added 234.72 g of ammonium heptamolybdate [(NH^MoyO^ • 4H 2 0], 51 .49 g of 
ammonium metavanadate (NH4VO3) and 67.35 g of telluric acid (HeTeOg), while stirring at 60 °C. to thereby obtain an 
aqueous solution thereof. 

[0155] The obtained aqueous solution was cooled to 30 *C, and then, the niobium-containing aqueous solution (E-7) 
was added to the aqueous solution to thereby obtain an aqueous compound mixture. 

[0156] The obtained aqueous compound mixture was subjected to spray drying, heat-treatment and calcination in 
substantially the same manner as in Example 1 . to thereby obtain a niobium-containing oxide catalyst. 

(Ammoxidation of propane) 

[01 57] 1 g of the oxide catalyst obtained above was charged into a fixed-bed reaction tube having an inner diameter 
of 1 0 mm. A gaseous mixture having a [propane : ammonia : oxygen : helium] molar ratio of 1 : 1 .2 : 3 : 1 2 was fed into 
the reaction tube at a flow rate of 0.388 Ncc/sec. to thereby effect an ammoxidation of propane to produce acrylonitrile. 
The reaction temperature was 430 °C, and the reaction pressure was atmospheric pressure. The contact time was 1 .0 
sec • g/cc. Trie results of the ammoxidation are shown in Table 1 , together with the composition of the niobium-contain- 
ing aqueous solution used for producing the catalyst. 

Example 8 

(Preparation of a niobium-containing aqueous solution) 

[0158] To 240 g of water were added 25.20 g of niobic acid (A) (ND2O5 content: 76.6 % by weight). 45.77 g of oxalic 
acid (HgC^CU • 2H 2 0) and 9.9 g of aqueous ammonia (NH 3 content: 25 % by weight), while stirring at about 60 °C, to 
thereby obtain a niobium-containing aqueous solution (E-8) having an oxalic acid/Nb molar ratio of 2.5 and an ammo- 
nia/Nb molar ratio of 1 .0. 

(Preparation of a niobium-containing oxide catalyst: Mo^o.aaNbo.H^-ffiOn) 

[0159] Preparation of a niobium-containing oxide catalyst was performed in substantially the same manner as in 
Example 7. except that the niobium-containing aqueous solution (E-8) was used instead of the niobium-containing 
aqueous solution (E-7). 

(Ammoxidation of propane) 

[0160] The ammoxidation of propane was performed in substantially the same manner as in Example 7, except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 7. The results of the 
ammoxidation of propane are shown in Table 1 . together with the composition of the niobium-containing aqueous solu- 
tion used for producing the catalyst. 

Comparative Example 4 

(Preparation of a niobium-containing aqueous solution) 

[01 61 ] Preparation of a niobium-containing aqueous solution was performed in substantially the same manner as in 
Example 7, except that water and oxalic acid (H2C2O4 • 2^0) were, respectively, used in amounts of 1 60 g and 1 37.31 
g, to thereby obtain a niobium-containing aqueous solution (C-4) having an oxalic acid/Nb molar ratio of 7.5. 
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(Preparation of a niobium-containing oxide catalyst: MOiV0.33Nb011Te0.22On) 

[0162] A niobium-containing oxide catalyst was prepared in substantially the same manner as in Example 7, except 
that the niobium-containing aqueous solution (C-4) was used instead of the niobium-containing aqueous solution (E-7). 

5 

(Ammoxidation of propane) 

[0163] The ammoxidation of propane was performed in substantially the same manner as in Example 7, except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 7. The results of the 
10 ammoxidation of propane are shown in Table 1 , together with the composition of the niobium-containing aqueous solu- 
tion used for producing the catalyst. 

Comparative Example 5 
is (Preparation of a niobium-containing aqueous solution) 

[0164] Preparation of a niobium-containing aqueous solution was performed in substantially the same manner as in 
Example 8, except that water and aqueous ammonia (NH 3 content: 25 % by weight) were, respectively, used in 
amounts of 1 10 g and 49.5 g, to thereby obtain a niobium-containing aqueous solution (C-5) having an oxalic acid/Nb 
20 molar ratio of 7.5 and an ammonia/Nb molar ratio of 5.0. 

(Preparation of a niobium-containing oxide catalyst: MOi V 0 .33Nbo- 1 1 Te 0 220n) 

[0165] A niobium-containing oxide catalyst was prepared in substantially the same manner as in Example 7, except 
25 that the niobium-containing aqueous solution (C-5) was used instead of the niobium-containing aqueous solution (E-7). 

(Ammoxidation of propane) 

[0166] The ammoxidation of propane was performed in substantially the same manner as in Example 7, except that 
30 the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 7. The results of the 
ammoxidation of propane are shown in Table 1 , together with the composition of the niobium-containing aqueous solu- 
tion used for producing the catalyst. 
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Example 9 

(Oxidation of propane) 

5 [0167] 2.0 g of the oxide catalyst prepared in Example 7 was charged into a fixed-bed reaction tube having an \nner 
diameter of 10 mm. A flow (0.300 Ncc/sec) of a gaseous mixture having a [propane : oxygen : helium] molar ratio of 1 
: 3.2 : 1 2.1 and a flow (0.257 Ncc/sec) of steam were combined together and then supplied to the reaction tube at the 
reaction temperature (380 °C) and under the reaction pressure (atmospheric pressure), to thereby effect an oxidation 
of the propane to produce acrylic acid. The contact time was 1 .5 sec • g/cc. The results of the oxidation are shown in 

10 Table 2. together with the composition of the niobium-containing aqueous solution used for producing the catalyst. 

tornparfltiVS Exa™! 3 ^ 6 
(Oxidation of propane) 

[0168] The oxidation of propane was performed in substantially the same manner as in Example 9, except that the 
oxide catalyst prepared in Comparative Example 4 was used instead of the oxide catalyst prepared in Example 7. The 
results of the oxidation are shown in Table 2, together with the composition of the niobium-containing aqueous solution 
used for producing the catalyst. 

20 

Example 1Q 

(Preparation of a niobium-containing aqueous solution) 

25 [0169] To 125 g of water were added 12.76 g of niobic acid (A) (Nb^Os content: 76.6 % by weight) and 23.19 g of 
oxalic acid (H^fy ^KfeO). while stirring at about 60 °C. to thereby obtain a niobium-containing aqueous solution (E- 
1 0) having an oxalic acid/Nb molar ratio of 2.5. 

(Preparation of a niobium-containing oxide catalyst: Mo^o-MNbo-osSbo-ieOn) 

30 

[0170] To 1.150 g of water was added 57.37 g of ammonium metavanadate (NH4VO3), while stirring at 60 °C, to 
thereby obtain an aqueous solution thereof. To the obtained aqueous solution was added 34.66 g of antimony tri oxide 
(SD2O3) powder, thereby obtaining a dispersion. The obtained dispersion was heated at 95° to 100 °C under reflux con- 
ditions for 10 hours while stirring, thereby obtaining a solution. 261.58 g of ammonium heptamolybdate 
35 [(NH 4 ) 6 M07024 • 4H 2 0] was dissolved in the obtained solution at 60 °C, and then, cooled to 10 °C, thereby obtaining an 
aqueous solution. 

[0171] To the obtained aqueous solution was added the niobium-containing aqueous solution (E-10) to thereby obtain 
an aqueous compound mixture. 

[0172] The obtained aqueous compound mixture was subjected to a spray drying by means of a centrifugation type 
40 spray-drying apparatus under conditions such that the entrance and exit temperatures of the dryer of the spray-drying 
apparatus were 240 °C and 145 °C, respectively, to thereby obtain a dried particulate catalyst precursor. 
[0173] The obtained catalyst precursor was heated-treated in the air at 325 °C for 1 hour to thereby obtain a com- 
pound oxide. 85 g of the obtained compound oxide was charged into a SUS tube (diameter: 1 inch) and calcined at 600 
°C for 2 hours under a flow of nitrogen gas at a flow rate of 150 Ncc/min, to thereby obtain a niobium-containing oxide 
45 catalyst. 

(Oxidation of propane) 

[01 74] 2.0 g of the oxide catalyst obtained above was charged into a fixed-bed reaction tube having an inner diameter 
so of 10 mm. A flow (0.225 Ncc/sec) of a gaseous mixture having a [propane : oxygen : helium] molar ratio of 1 : 3.2 : 12.1 
and a flow (0. 1 93 Ncc/sec) of steam were combined together and supplied to the reaction tube at the reaction temper- 
ature (380 °C) and under the reaction pressure (atmospheric pressure), to thereby effect an oxidation of the propane to 
produce acrylic acid. The contact time was 2.0 sec • g/cc. The results of the oxidation are shown in Table 2, together 
with the composition of the niobium-containing aqueous solution used for producing the catalyst. 

55 
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Comparative Example 7 

(Preparation of a niobium-containing aqueous solution) 

[0175] Preparation of a niobium-containing aqueous solution was performed in substantially the same manner as in 
Example 1 0, except that water and oxalic acid (H2C2H4 • 2H z O) were, respectively, used in amounts of 80 g and 69.55 
g, to thereby obtain a niobium-containing aqueous solution (C-7) having an oxalic acid/Nb molar ratio of 7.5. 

(Preparation of a niobium-containing oxide catalyst: MotVo^Nbo-osSbo-ieOn) 

[0176] A niobium-containing oxide catalyst was prepared in substantially the same manner as in Example 1 0, except 
that the niobium-containing aqueous solution (C-7) was used instead of the niobium-containing aqueous solution (E- 
10). 

15 (Oxidation of propane) 

[01 77] The oxidation of propane was performed in substantially the same manner as in Example 1 0, except that the 
oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 10. The results of the oxida- 
tion are shown in Table 2, together with the composition of the niobium-containing aqueous solution used for producing 
20 the catalyst. 
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Example 11 

[Preparation of a niobium-containing aqueous solution by Method (A) (cooling method)] 

5 10178] To 6,562 g of water were added 664.0 g of niobium acid (B) ("NIOBIA HY" manufactured and sold by COM- 
PANHIA BRASILEIRA DE METALURGIA E MINERAQA, Brazil) (ND2O5 content: 80 % by weight) and 2,774.0 g of 
oxalic acid (H2C 2 0 4 • 2H z O), and the resultant mixture was stirred at 95 °C for 1 hour, to thereby obtain a preliminary 
niobium-containing aqueous solution having an oxalic acid/Nb molar ratio of 5.5. 

[0179] The obtained preliminary niobium-containing aqueous solution was cooled with ice, while stirring, to thereby 

10 precipitate a part of the oxalic acid. 

[0180] While maintaining the temperature of the aqueous solution at about 2 °C, the precipitated oxalic acid in the 
solution was removed from the aqueous solution by suction filtration, to thereby obtain a niobium-containing aqueous 
solution (E- 1 1) having an oxalic acid/Nb molar ratio of 2.6. The oxalic acid/Nb molar ratio was determined by the follow- 
ing method. 

is [0181] first the niobium cowers 

tion was accurately taken from the aqueous solution (E-1 1) and charged into a crucible. The sample solution was dried 
overnight at 95 °C, followed by calcination at 600 °C for 1 hour, thereby obtaining 0.625 g of Nb^Og. As a result, it was 
found that the niobium concentration of the aqueous solution (E-1 1) was 0.47 mol/kg of the aqueous solution. 
[0182] Next the oxalic acid concentration of the aqueous solution (E-1 1) was determined as follows. To a 300 ml glass 

20 beaker was added 3 g of the aqueous solution (E-1 1), followed by addition of 200 ml of water having a temperature of 
about 80 °C and 10 ml of sulfuric acid solution (volume ratio of concentrated sulfuric acid to water * 1 / 1), to thereby 
obtain a test solution. 

[0183] The obtained test solution was subjected to titration using 1/4 N KMn0 4 solution, while stining the test solution 
at 70 °C. That is, the titration was conducted in accordance with the following reaction formula: 



25 



30 



2KMn0 4 + 3H 2 S0 4 + 5H 2 C 2 0 4 > 

K 2 SQ 4 + 2MnS0 4 + 10CO 2 + 8H 2 0 



[0184] An occurrence of a change in the color of the test solution in accordance with the progress of titration was 
35 examined That is, the point at which the test solution was caused to assume a very light pink color due to the KMn0 4 
and from which the test solution continued to have the very light pink color for 30 seconds or more, is defined as an end 
point of the titration. From the amount of 1/4 N KMn0 4 solution consumed, the oxalic acid concentration of the aqueous 
solution (E-1 1) was calculated using the above reaction formula. As a result it was found that the oxalic acid concen- 
tration of the niobium-containing aqueous solution was 1 .22 mol/kg of the aqueous solution. 

40 

(Preparation of a niobium-containing oxide catalyst) 

[0185] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 30 % by weight in terms of Si0 2 . based on the total weight of the 
45 compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
M01 V 0 32 Nbo 1 2Teo £2°n. was prepared as follows. 

[0186] To 2 300 g of water were added 546.7 g of ammonium heptamolybdate [(NH^MotO^ • 4H 2 0], 1 16.3 g of 
ammonium metavanadate (NH4VO3) and 156.9 g of telluric acid (HeTeOs). while stirring at 60 °C. followed by cooling 
to 30 °C to thereby obtain an aqueous solution. To the obtained aqueous solution were added 785.0 g of the niobium- 
50 containing aqueous solution (E-1 1) and 1 .000 g of a silica sol having a Si0 2 content of 30 % by weight, to thereby obtain 
an aqueous compound mixture. 

[0187] The obtained aqueous compound mixture was subjected to spray drying, heat-treatment and calcination in 
substantially the same manner as in Example 1 , to thereby obtain a silica-supported, niobium-containing oxide catalyst. 

55 (Ammoxidation of propane) 

[0188] The ammoxidation of propane was performed in substantially the same manner as in Example 1 . except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1. The results of the 
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ammoxidation are shown in Table 3, together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 

Example 12 

5 

[Preparation of a niobium-containing aqueous solution by Method (A) (cooling method)] 

[0189] A part of the niobium-containing aqueous solution (E-11) obtained in Example 11 (having an oxalic acid/Nb 
molar ratio of 2.6) was taken and placed in a beaker. Oxalic acid (H2C2O4 • 2H 2 0) was added thereto and dissolved 
10 therein while stirring at 60 °C, followed by cooling to 30 °C, to thereby obtain a niobium-containing aqueous solution (E- 
12) having an oxalic acid/Nb molar ratio of 3.0. The niobium concentration of the aqueous solution determined in 
accordance with the method described in Example 1 1 was 0.46 mol/kg of the aqueous solution. 

(Preparation of a niobium-containing oxide catalyst) 

15 

[0190] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 30 % by weight in terms of Si0 2 , based on the total weight of the 
compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
MotVo.32Nbo.i2Teo.22On. was prepared in substantially the same manner as in Example 1 1 except that 802.1 g of the 
20 niobium-containing aqueous solution (E-12) was used instead of 785.0 g of the niobium-containing aqueous solution 
(E-11). 

(Ammoxidation of propane) 

25 [01 91 ] The ammoxidation of propane was performed in substantially the same manner as in Example 1 , except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1. The results of the 
ammoxidation are shown in Table 3, together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 

30 Example 13 

[Preparation of a niobium-containing aqueous solution by Method (A) (cooling method)] 

[01 92] To 1 .000 g of water was added 91 7.0 g of niobium hydrogenoxalate [NbfHCzO^s] (manufactured and sold by 
35 Soekawa Chemical Co., Ltd., Japan) (Nb^Os content: 14.9 % by weight), and the resultant mixture was stirred at 95 °C 
for 1 hour, to thereby obtain a preliminary niobium-containing aqueous solution, The oxalic acid/Nb molar ratio of the 
aqueous solution was 5.2, as determined in accordance with the method described in Example 11. 
[01 93] The obtained aqueous solution was cooled with ice while stirring, to thereby precipitate a part of the oxalic acid. 
[0194] While maintaining the temperature of the aqueous solution at about 2 °C, the precipitated oxalic acid in the 
40 solution was removed by suction filtration, thereby obtaining a niobium-containing aqueous solution. The niobium con- 
centration and oxalic acid concentration of the obtained aqueous solution were determined in accordance with the 
method described in Example 1 1 . As a result, it was found that the niobium concentration and oxalic acid concentration 
of the obtained aqueous solution were 0.66 mol/kg of the aqueous solution and 1 .58 mol/kg of the aqueous solution, 
respectively. Therefore, the oxalic acid/Nb molar ratio of the aqueous solution was 2.4. 
45 [01 95] 559. 1 g of the niobium-containing aqueous solution was placed in a beaker. 220 g of water and 28.0 g of oxalic 
acid (H2C2O4 • 2H 2 0) were added thereto while stirring at 60 °C. followed by cooling to 30 °C. to thereby obtain a nio- 
bium-containing solution (E-13) having an oxalic acid/Nb molar ratio of 3.0. 

(Preparation of a niobium-containing oxide catalyst) 

50 

[0196] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 30 % by weight in terms of Si0 2 , based on the total weight of the 
compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
M01Vo-32Nbo.12Teo.22On, was prepared in substantially the same manner as in Example 11, except that a whole 
55 amount of the niobium-containing aqueous solution (E-13) obtained above was used instead of 785.0 g of the niobium- 
containing aqueous solution (E-11). 
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(Ammoxidation of propane) 

[01 97] The ammoxidation of propane was performed in substantially the same manner as in Example 1 . except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1 . The results of the 
ammoxidation are shown in Table 3, together with the composition of the niobium-containing aqueous solution used tor 
producing the catalyst 

r-nmnarativa Example 8 

(Preparation of a niobium-containing aqueous solution) 

[0198] To 600 g of water were added 61 .3 g of niobic acid (B) (Nba0 5 content: 80 % by weight) and 255.9 g of oxalic 
acid (H2C20 4 • 2HaO), and the resultant mixture was stirred at 95 °C for 1 hour, to thereby obtain a niobium-containing 
aqueous solution (C-8) having an oxalic acid/Nb molar ratio of 5.5. 

(Preparation of a niobium-containing oxide catalyst) 

[0199] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 30 % by weight in terms of Si0 2 . based on the total weight of the 
compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
Mo^o-saNbo^Teo-zaOn. was prepared in substantially the same manner as in^Exan^le 1 1 «cept thrt a *hole 
amount of the niobium-containing aqueous solution (C-8) obtained above was used instead of 785.0 g of the niobium- 
containing aqueous solution (E-1 1). 

25 (Ammoxidation of propane) 

[02001 The ammoxidation of propane was performed in substantially the same manner as in Example 1 . except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1. The results of the 
ammoxidation are shown in Table 3. together with the composition of the niobium-containing aqueous solution used for 
30 producing the catalyst. 

Example 14 

[Preparation of a niobium-containing aqueous solution by Method (A) (cooling method)] 

[0201 ] To 782 g of water were added 66.4 g of niobic acid (B) (NbaO s content: 80.0 % by weight) and 1 51 .3 g of oxalic 
acid (HaCzOA • 2HaO). and the resultant mixture was stirred at 95 'C for 1 hour, to thereby obtain an aqueous senwso- 
lution having an oxalic acid/Nb molar ratio of 3.0. . M .„ rtrfltaMf . 

[0202] The obtained aqueous semisolution was cooled with ice while stirnng. to thereby preaprtate a part of the oxalic 

?02031 While maintaining the temperature of the aqueous semisolution at about 2 the precipitated oxalic acid and 
he suspend^ n£bic acid were removed from the aqueous semisolution by suction filtration, to thereby obta^a mo- 
biun^Sg aqueous solution (E-14). The niobium concentration and oxalic ^acfo c^centratiorn «^ obfo-ned 
aqueous solution (E-14) were determined in accordance with the method described m Example 11. As a resuft it was 
found that the niobium concentration and oxalic acid concentration of the obtained aqueous solution ' ( E ' 14 > 
mol/kg of the aqueous solution and 1 .15 moVkg of the aqueous solution, respectively. Therefore, the oxalic acid/Nb 
molar ratio of the aqueous solution (E-14) was 2.8. 

(Preparation of a niobium-containing oxide catalyst) 
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[0204] A niobium^ntaining oxide catalyst comprising a silica earner hevtng supported thereon aco^nd«^ 
wherein the silica carrier is present in an amount of 30 % by weight in terms of S.O ? , based onthe total w«gM of the 
compound oxide and the silica carrier, and wherein the compound oxide 6 represented by the formula- 
MoiVo 32Nbn.t2Ten.aaOn. was prepared in substantially the same manner as in Example 1 1. except that 899.9 g of ttie 
Sn^raalninl aqueous solution (E-14) obtained above was used instead of 785.0 g of the nicb.um-conta.ning 
aqueous solution (E-1 1). 
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(Ammoxidation of propane) 

[0205] The ammoxidation of propane was performed in substantially the same manner as in Example 1 . except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1. The results of the 
5 ammoxidation are shown in Table 3, together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 

r 

Example 15 

10 [Preparation of a niobium-containing aqueous solution by Method (A) (cooling method)] 

[0206] To 4,084 g of water were added 664.0 g of niobic acid (B) (ND2O5 content: 80 % by weight) and 252.0 g of 
oxalic acid (H2C2O4 . 2H 2 0). and the resultant mixture was stirred at 95 °C for 1 hour, to thereby obtain a niobium-con- 
taining aqueous semisolution having an oxalic add/Nb molar ratio of 0.5. 
75 [0207] The obtained aqueous semisolution was cooled with ice while stirring, to thereby precipitate a part of the oxalic 
acid. 

[0208] While maintaining the temperature of the aqueous semisolution at about 2 °C, the precipitated oxalic acid and 
the suspended niobic acid were removed from the semisolution by suction filtration, thereby obtaining a niobium-con- 
taining aqueous solution. The niobium concentration and oxalic acid concentration of the obtained aqueous solution 
20 were determined in accordance with the method described in Example 1 1 . As a result, it was found that the niobium 
concentration and oxalic acid concentration of the obtained aqueous solution were 0.16 moi/kg of the aqueous solution 
and 0.35 mol/kg of the aqueous solution, respectively. Therefore, the oxalic acid/Nb molar ratio of the aqueous solution 
was 2.2. 

[0209] A part of the niobium-containing aqueous solution was taken and placed in a beaker. Oxalic acid 
25 (H2C2O4 -2H20) was added thereto and dissolved therein while stirring at 60 °C. followed by cooling to 30 °C. to 
thereby obtain a niobium-containing aqueous solution (E-15) having an oxalic acid/Nb molar ratio of 3.0. The niobium 
concentration of the niobium-containing aqueous solution (E-15) determined in accordance with the method described 
in Example 1 1 was 0.1 58 mol/kg of the aqueous solution. 

30 (Preparation of a niobium-containing oxide catalyst) 

[021 0] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 30 % by weight in terms of Si0 2 . based on the total weight of the 
compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
35 MOi V 0 32 Nbo i 2 Teo520 n . was prepared in substantially the same manner as in Example 1 1 , except that 2335.2 g of the 
niobium-containing aqueous solution (E-15) was used instead of 785.0 g of the niobium-containing aqueous solution 
(E-11). 

(Ammoxidation of propane) 

[021 1 ] The ammoxidation of propane was performed in substantially the same manner as in Example 1 , except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 1. The results of the 
ammoxidation are shown in Table 3, together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 

Example 16 

[Preparation of a niobium-containing aqueous solution by Method (A) (cooling method)] 

so [021 2] Preparation of a niobium-containing aqueous solution was performed in substantially the same manner as in 
Example 12 to thereby obtain a niobium-containing aqueous solution (E-16) having an oxalic acid/Nb molar ratio of 3.0. 
The niobium concentration of the aqueous solution as determined in accordance with the method described in Example 
1 1 was 0.46 mol/kg of the aqueous solution. 

55 (Preparation of a niobium-containing oxide catalyst) 

[0213] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 50 % by weight in terms of Si0 2 , based on the total weight of the 
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compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
MOiVo.32Nbo-12Teo.22On, was prepared as follows. 

[0214] To 1,600 g of water were added 390.5 g of ammonium heptamolybdate [(NHjeMo/O^ * 4H 2 0], 83.1 g of 
ammonium metavanadate (NH4VO3) and 1 12.0 g of telluric acid (H 6 Te0 6 ). while stirring at 60 °C, followed by cooling 
to 30 °C, to thereby obtain an aqueous solution. 572.9 g of the niobium-containing aqueous solution (E- 1 6) and 1 ,667 
g of a silica sol (having an Si0 2 content of 30 % by weight) were added to the aqueous solution while stirring, thereby 
obtaining an aqueous compound mixture. 

[0215] The obtained aqueous compound mixture was subjected to spray drying, heat-treatment and calcination in 
substantially the same manner as in Example 1 , to thereby obtain a silica-supported, niobium-containing oxide catalyst. 

(Ammoxidation of propane) 

[021 6] The ammoxidation of propane was performed in substantially the same manner as in Example 1 , except that 
the oxide catalyst prepared above was used instead of the oxide catalyst obtained in Example 1. The results of the 
ammoxidation are shown in Table 3. together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 



(Preparation of a niobium-containing aqueous solution) 

[021 7] To 440 g of water were added 43.8 g of niobic acid (B) (ND2O5 content: 80.0 % by weight) and 1 82.8 g of oxalic 
acid (H 2 C20 4 • 2H 2 0), and the resultant mixture was stirred at 95 °C for 1 hour, to thereby obtain a niobium-containing 
aqueous solution (C-9) having an oxalic acid/Nb molar ratio of 5.5. 

(Preparation of a niobium-containing oxide catalyst) 

[0218] A niobium-containing oxide catalyst comprising a silica carrier having supported thereon a compound oxide, 
wherein the silica carrier is present in an amount of 50 % by weight in terms of Si0 2 , based on the total weight of the 
compound oxide and the silica carrier, and wherein the compound oxide is represented by the formula: 
MotV0.32Nb012Teo.22On. was prepared in substantially the same manner as in Example 16, except that a whole 
amount of the above-obtained niobium-containing aqueous solution (C-9) was used instead of 572.9 g of the niobium- 
containing aqueous solution (E-1 6) . 

(Ammoxidation of propane) 

[021 9] The ammoxidation of propane was performed in substantially the same manner as in Example 1 , except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Exarvple 1. The results of the 
ammoxidation are shown in Table 3. together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 

Example 17 

(Preparation of a niobium-containing oxide catalyst: Mo 1 Vo.32^-i2Teo-22 0 n) 

[0220] To 1 ,650 g of water were added 390.5 g of ammonium heptamolybdate [(NH J6M07O24 ■ *H 2 0], 83. 1 g of 
ammonium metavanadate (NH4VO3) and 1 12.0 g of telluric acid (HeTeOe). while stirring at 60 °C. followed by cooling 
to 30 °C, to thereby obtain an aqueous solution. 560.7 g of the niobiunvcontaining aqueous solution (E-1 1) obtained in 
Example 1 1 was added to the aqueous solution while stirring, to thereby obtain an aqueous compound mixture. 
[0221] The obtained aqueous compound mixture was subjected to spray drying, heat-treatment and calcination in 
substantially the same manner as in Example 1 . to thereby obtain a niobium-containing oxide catalyst. 

(Ammoxidation of propane) 

[0222] The ammoxWation of propane was performed in substantially in the same manner as in Example 7, except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 7. The results of the 
ammoxidation are shown in Table 3, together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 
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Example 18 

[Preparation of a niobium-containing aqueous solution by Method (A) (cooling method)] 

s [0223] To 51 0 g of water was added 1 95.70 g of oxalic acid (H2C2 0 4 • 2H 2 0), while stirring at about 70 °C, to thereby 
obtain an oxalic acid solution. To the obtained oxalic acid solution was added 50.0 g of niobic acid (C) (manufactured 
and sold by Mitsuwakagaku Kabushikikaisha, Japan) (ND2O5 content: 75.0 % by weight), and the resultant mixture was 
stirred at about 70 °C for 1 hour, followed by cooling to about 30 °C, to thereby obtain an niobium-containing aqueous 
semisolution having an oxalic acid/Nb molar ratio of 5.5. 

10 [0224] The obtained aqueous semisolution was cooled with ice while stirring, to thereby precipitate a part of the oxalic 
acid. 

[0225] While maintaining the temperature of the aqueous semisolution at about 2 °C, the precipitated oxalic acid and 
suspended niobic acid were removed from the aqueous semisolution by suction filtration using a fitter paper ("No. 101 
(135 mm* quantity 100" manufactured and sold byTOYO ROSHI KAISHA Ltd., Japan), to thereby obtain a niobium-con- 
is taining aqueous solution (E-18). 

[0226] The niobium concentration and the oxalic acid concentration of the obtained aqueous solution were deter- 
mined in accordance with the method described in Example 1 1 . As a result, it was found that the niobium concentration 
and the oxalic acid concentration of the obtained aqueous solution were 0.46 mol/kg of the aqueous solution and 1 .21 
mof/kg of the aqueous solution, respectively. Therefore, the oxalic acid/Kb molar ratio of the aqueous solution was 2.63. 

20 

(Preparation of a niobium-containing oxide catalyst: MOiVo.33NbonTeo.22On) 

[0227] To 80 g of water were added 20.00 g of ammonium heptamolybdate [(NH^MoyC^A * 4H 2 0], 4.37 g of ammo- 
nium metavanadate (NH 4 V0 3 ) and 5.72 g of telluric acid (HeTeOe), while stirring at 60 °C, followed by cooling to 30 °C, 
25 to thereby obtain an aqueous solution. 

[0228] To the obtained aqueous solution was added 27.09 g of the niobium-containing aqueous solution (E-18) , while 
stirring for about 30 minutes, thereby obtaining an aqueous compound mixture. 

[0229] The obtained aqueous compound mixture was sprayed onto a Teflon-coated steel plate having a temperature 
of 140 °C, to thereby obtain a dried particulate catalyst precursor. 
30 [0230] 3 g of the obtained catalyst precursor was charged into a quartz tube (inner diameter: 20 mm) and calcined at 
600 °C for 2 hours under a stream of nitrogen gas at a flow rate of 300 Ncc/min, to thereby obtain a niobium-containing 
oxide catalyst. The oxygen concentration of the nitrogen gas determined by means of a trace oxygen analyzer (Type: 
306WA, manufactured and sold by Teledyne Analytical Instruments, USA) was 1 ppm. , 

35 (Ammoxidation of propane) 

[0231 ] 0.3 g of the catalyst obtained above was charged into a fixed-bed reaction tube having an inner diameter of 4 
mm. A gaseous mixture having a (propane, ammonia, oxygen and helium) molar ratio of 1 : 1.2 : 3 : 14.8 was fed into 
the reaction tube at a flow rate of 0. 100 Ncc/sec, to thereby effect an ammoxidation of propane to produce acryionitrile. 
40 The reaction temperature was 420 °C, and the reaction pressure was atmospheric pressure. The contact time was 1 .2 
sec • g/cc. The results of the ammoxidation are shown in Table 4, together with the composition of the niobium-contain- 
ing aqueous solution used for producing the catalyst. 

Example 19 

45 

[Preparation of a niobium-containing aqueous solution by method (B) (insoluble Nb compound removal method)] 

[0232] To 582 g of water was added 96.03 g of oxalic acid (H2C2O4 ■ 2H 2 0). while stirring at about 70 °C, to thereby 
obtain an oxalic acid solution. To the obtained oxalic acid solution was added 54.00 g of niobic acid (C) (Nb 2 0 5 content: 
so 75.0 % by weight), while stirring at about 70 *C for 1 hour, followed by cooling to about 30 °C. thereby obtaining a nio- 
bium-containing aqueous semisolution having suspended therein a part of the niobic acid. An oxalic acid/Nb molar ratio 
of the obtained semisolution was 2.50. 

[0233] The obtained aqueous semisolution was subjected to suction filtration using a fitter paper ("No. 101 (135 mm* 
quantity 100" manufactured and sold by TDYO ROSHI KAISHA Ltd., Japan), to thereby obtain a niobium-containing 
55 aqueous solution (E-19) and a filtration residue containing suspended niobic acid. The niobium concentration and 
oxalic acid concentration of the obtained aqueous solution were determined in accordance with the method described 
in Example 1 1 . As a result, it was found that the niobium concentration and oxalic acid concentration of the obtained 
aqueous solution were 0.386 mol/kg of the aqueous solution and 1.05 mol/kg of the aqueous solution, respectively. 
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Therefore, the oxalic acid/Nb molar ratio of the aqueous solution was 2.71 . 

[0234] All of the obtained filtration residue was added to a crucible and dried at 1 20 °C for 2 hours, followed by calci- 
nation at 850 °C for 2 hours, thereby obtaining 3.20 g of niobium oxide. As a result, it was found that the weight percent- 
age of the suspended niobic acid was 7.90 % by weight in terms of the amount of Nb 2 0 5 , based on the total weight of 
s the dissolved niobic acid and the suspended niobic acid, each in terms of the amount of Nb^Os- 

(Preparation of a niobium-containing oxide catalyst: MOiVo.33Nbo.11TeQ.22On) 

[0235] A niobium-containing oxide catalyst was prepared in substantially the same manner as in Example 1 8, except 
10 that 32.31 g of the niobium-containing aqueous solution (E-19) was used instead of 27.09 g of the niobium-containing 
aqueous solution (E-18). 

(Ammoxidation of propane) 

75 [0236] The ammoxidation of propane was performed in substantially the same manner as in Example 18, except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 18. The results of the 
ammoxidation are shown in Table 4, together with the composition of the niobium-containing aqueous solution used for 
> producing the catalyst. 
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Example 20 

[Preparation of a niobium-containing aqueous solution by method (C) (acidic solution-basic compound method)] 

5 [0237] To 800 g of water was added 302. 1 4 g of oxalic acid (H 2 C 2 0 4 • 2H 2 0), while stirring at about 70 °C. to thereby 
obtain an aqueous oxalic acid solution. To the obtained oxalic acid solution was added 50.0 g of niobic acid (C) (ND2O5 
content: 75.0 % by weight), and the resultant solution was stirred at about 70 °C for 1 hour, followed by cooling to about 
30 P C, thereby obtaining an aqueous acidic semisolution having suspended therein a part of the niobic acid. The oxalic 
acid/Nb molar ratio of the aqueous acidic semisolution was 8.50. 

10 [0238] The suspended niobic acid was removed from the aqueous acidic semisolution by suction filtration using a filter 
paper ("No. 101 (135 mm* quantity 100" manufactured and sold by TOYO ROSHI KAISHA Ltd., Japan), to thereby 
obtain a niobium-containing aqueous acidic solution and a filtration residue containing suspended the niobic acid thus 
removed. 

[0239] All of the obtained filtration residue was placed in a crucible and dried at 1 20 °C for 2 hours, followed by calci- 
15 nation at 850 °C for 2 hours in the air. thereby obtaining 0.50 g of a niobium oxide, ft was found that the weight percent- 
age of the suspended niobium compound (removed by suction filtration) was 1 .33 % by weight in terms of the amount 
of ND2O5, based on the total weight of the dissolved niobic acid and the suspended niobic acid, each in terms of the 
amount of ND2O5. 

[0240] To the obtained aqueous acidic solution was added aqueous ammonia (NH 3 content: 25 % by weight) in an 
20 amount such that the pH of the resultant mixture became 9, to thereby precipitate the niobium in the form of a niobic 
acid. 

[0241 ] The precipitated niobic acid was recovered by suction filtration using a filter paper ("No. 1 01 <1 35 mm \ quantity 
1 00" manufactured and sold by TOYO ROSHI KAISHA Ltd., Japan). The recovered niobic acid was washed 5 times with 
300 ml of water, and then dried at 70 P C for 2.5 hours in a vacuum dryer, to thereby obtain a dried niobic acid. 
25 [0242] 1 .000 g of the obtained dried niobic acid was placed in a cructole and calcined for 2 hours at 850 °C in the air, 
to thereby obtain 0.470 g of ND2O5. It was found that the Nft^Os content of the dried niobic acid before calcination was 
47.0 % by weight. 

[0243] To 24.6 g of water were added 3.52 g of the obtained niobic acid and 4.23 g of oxalic acid (H2C2O4 • 2H 2 0). 
and the resultant mixture was stirred at about 60 °C for 1 hour, followed by cooling to about 30 °C, thereby obtaining a 
30 niobium-containing aqueous solution (E-20) having an oxalic acid/Nb molar ratio of 2.70. 

(Preparation of a niobium-containing oxide catalyst: Mo^o.^Nbo-nTeo^On) 

[0244] A niobium-containing oxide catalyst was prepared in substantially the same manner as in Example 1 8, except 
35 that a whole amount of the niobium-containing aqueous solution (E-20) thus obtained was used instead of 27.09 g of 
the niobium-containing aqueous solution (E-1 8). 

(Arnmoxidation of propane) 

40 [0245] The arnmoxidation of propane was performed in substantially the same manner as in Example 18, except that 
the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 18. The results of the 
arnmoxidation are shown in Table 5, together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 

45 Example 21 

[Preparation of a niobium-containing aqueous solution by method (C) (acidic solution-basic compound method)] 

[0246] To 1 .200 g of water was added 392.0 g of tartaric acid (H 6 C 4 0 6 ). while stirring at about 80 °C. to thereby obtain 
so an aqueous tartaric acid solution. To the obtained tartaric acid solution was added 50.0 g of niobic acid (C) (Nb20 5 con- 
tent: 75.0 % by weight), and the resultant mixture was stirred at about 80 °C for 1 hour, followed by cooling to about 30 
°C. thereby obtaining an aqueous acidic semisolution having suspended therein a part of the niobic acid. The tartaric 
acid/Nb molar ratio of the aqueous acidic semisolution was 9.26. 

[0247] The suspended niobic acid was removed from the aqueous acidic semisolution by suction filtration using a filter 
55 paper ("No. 101 «35 mm} quantity 100" manufactured and sold by TOYO ROSHI KAISHA Ltd., Japan), to thereby 
obtain a niobium-containing aqueous acidic solution and affltration residue containing the niobic acid thus removed. 
[0248] All of the obtained filtration residue was placed in a crucible and dried at 120 °C for 2 hours, followed by calci- 
nation at 850 °C for 2 hours in the air, thereby obtaining 1 .60 g of a niobium oxide. It was found that the weight percertt- 



35 



EP0 895 809 A1 



10 



15 



20 



25 



age of the suspended niobic acid was (removed by suction filtration) 4.27 % by weight in terms of the amount of Nb^ 
based on the total weight of the dissolved niobic acid and the suspended niobic acid, each in terms of the amount of 
NboOs 

T02491 To the obtained aqueous acidic solution was added aqueous ammonia (NH 3 content: 25 % by weight) in an 
amount such that the pH of the resultant mixture became 9. to thereby precipitate the niobium in the form of a nrabic 

[0250] The precipitated niobic acid was recovered by suction filtration using a filter paper ("No. 101 03S -^-"g 
100" manufactured and sold by TOYO ROSHI KAISHA Ltd.. Japan). The recovered niobic acid was washed 5 times with 
300 ml of water, and then dried at 70 °C for 2.5 hours in a vacuum dryer, to thereby obtain a dried niobic, acid 
t0251 1 1 000 g of the obtained dried niobic acid was placed in a crucible and calcined for 2 hours at 850 C in the air. 
toWeby obtain 0.475 g of Nb^. It was found that the NhA, content of the dried niobic acid before calcination was 

mum b To24 6 a of water were added 3.48 g of the obtained niobic acid and 4.23 g of oxalic acid (H^O^I^O). 
£*. rSutam mlrJwas stirred at about 60 -C for 1 hour, followed by cooling to about 30 -C. thereby obtaining a 
niobium-containing aqueous solution (E-20) having an oxalic acid/Nb molar ratio of 2.70. 

(Preparation of a niobium-containing oxide catalyst: Mo^o^Nbo-nTeo-zzOn) 

[0253] A niobium-containing oxide catalyst was obtained in substantially the same manner as in Example 18 ^except 
that a whole amount of the ntobium-containing aqueous solution (E-21) thus obtained was used instead 27.09 g of the 
niobium-containing aqueous solution (E-18). 

(Ammoxidation of propane) 

[0254] The ammoxidation of propane was performed in substantially the same manner as in Example 1 S^xcapt that 
Se oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 18. The resute i of the 
ammoxidation res^Xn in Tables, tc^emerwr^ 
producing the catalyst. 

30 Example 22 

[Preparation* a niobium-containing aqueous solution) by method (D) (basic solution-acidic compound method)] 

n>255] Into a 1 -liter autoclave having a Teflon inner lining were added 300 g of water. 8.0 g of ni *ie acld(Q< 
,s S: 75.0 % by weight) and 60.0 g of potassium hydroxide (KOH). and 

ture was heated at 200 °C tor 15 hours, while stirring. The autoclave was codedand then, an aqueous basic sem.so 
hiiinn havino susoended therein a part of the niobic acid was taken from the autoclave. 

£?Ct£ mS mmi quantity 100" manufactured and sold by TOYO ROSHI KAISHALtd. Japan) thereby 
40 obtain a niobiunvcontaining aqueous basic solution and a filtration residue containing the niobic acid thus removed 
SK uSmZJS** residue was placed in a crucWe and dried at 120 -C for 2 M Md by car- 
nation at 850°C for 2 hours in the air . thereby obtaining 0.16 g of a niobium oxide. It was found that the ™<W P*™* 
S e of Seconded niobic acid (removed by suction filtration) was 2.67% by weight in terms of *e amount of NbaO* 
S? SoW weight of the dissolved niobic acid and the suspended niobic acid, each in terms of the amount of 

45 ro258]' To the obtained aqueous basic solution was added concentrated nitric add in an amount such that the pH of 

S manufaclred^and sold by TOYO ROSH. KAISHA Ltd.. Japan). The ^^^^^^ 
so 300 ml of water and then dried at 70 °C for 2.5 hours in a vacuum dryer, to thereby obtain a dried niobic acrt. 

iCg ofthe obtained niobic acid was placed in a crucible and catoined for 2 hours at 850 -C in the aiOo 
thereby obtain 0 480 g of N^Oj. ft was found that the Nbsfe content of the dried niobic acd before calcination was 

ro26lf "to 24 6 fl ol water were added 3.45 g of the obtained niobic acid and 4.24 g of oxalic acid (HaC^^O). 
SS 5S1 resuKa* VSHZ stirred at about 60 -C tor 1 hour, followed by cooling to about 30 -C. thereby obtaining a 
niobium-containing aqueous solution (E-22) having an oxalic acid/Nb molar ratio of 2.70. 
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(Preparation of a niobium-containing oxide catalyst: Mo 1 V 0 . 3 3Nbo. 1 iTe 0 . 2 20 n ) 

[0262] A niobium-containing oxide catalyst was prepared in substantially the same manner as in Example 1 8, except 
that a whole amount of the niobium-containing aqueous solution (E-22) was used instead of 27.09 g of the niobium-con- 
s taining aqueous solution (E-1 8). 

(Ammoxidation of propane) 

[0263] The ammoxidation of propane was performed in substantially the same manner as in Example 1 8, except that 
10 the oxide catalyst prepared above was used instead of the oxide catalyst prepared in Example 18. The results of the 
ammoxidation are shown in Table 5, together with the composition of the niobium-containing aqueous solution used for 
producing the catalyst. 
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INDUSTRIAL APPLICABILITY 

[0264] By the use of the niobium-containing aqueous solution of the present invention, it has become possible to pro- 
duce efficiently an oxide catalyst which, when used in a catalytic oxidation or ammoxidation of propane or isobutane in 
the gaseous phase, exhibits high catalytic activity. Therefore, by the use of the oxide catalyst produced by using the nio- 
bium-containing aqueous solution of the present invention, (meth)acrylic acid or (meth)acrylonitrile can be produced in 
high yield. Further, even when the oxide catalyst is in a silica-supported form, the oxide catalyst does not suffer a low- 
ering of the catalytic activity, differing from the conventional silica-supported oxide catalysts for use in a catalytic oxida- 
tion or ammoxidation of propane or isobutane in the gaseous phase. 

Claims 

1 . A niobium-containing aqueous solution for use in producing a niobium-containing oxide catalyst, 

wherein said niobium-containing oxide catalyst comprises an oxide of a plurality of active component ele- 
ments including niobium and is for use in a catalytic oxidation or ammoxidation of propane or isobutane in the gas- 
eous phase, and wherein said niobium-containing oxide catalyst is prepared by a process comprising mixing said 
niobium-containing aqueous solution with an aqueous mixture or aqueous mixtures containing compounds of 
active component elements of said oxide catalyst other than niobium, to thereby provide an aqueous compound 
mixture, and drying said aqueous compound mixture, followed by calcination. 

said niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic acid, a 
niobium compound and optionally ammonia, wherein the molar ratio (a) of said dicarboxylic acid to the niobium 
contained in said niobium compound satisfies the following relationship: 1 £ (a) s 4, and the molar ratio (p) of said 
ammonia to the niobium contained in said niobium compound satisfies the following relationship: 0 s (p) s 2. 

2. The niobium-containing aqueous solution according to claim 1 , wherein the molar ratio (a) of said dicarboxylic acid 
to the niobium contained in said niobium compound satisfies the following relationship: 2 s (a) s 4. and the molar 
ratio (p) of said ammonia to the niobium contained in said niobium compound satisfies the following relationship: 0 

S(P)S1. 

3. The niobium-containing aqueous solution according to claim 1 or 2, wherein said active component elements of the 
niobium-containing oxide catalyst are niobium, molybdenum, vanadium, and at least one element selected from the 
group consisting of tellurium and antimony. 

4. The niobium-containing aqueous solution according to any one of claims 1 to 3, which is prepared by a process 
comprising: 

(i) mixing water, a dcarboxylic acid and a niobium compound to thereby obtain a preliminary niobium-contain- 
ing aqueous solution or a niobium-containing aqueous semisolution having suspended therein a part of said 
niobium compound; . 

(ii) cooling said preliminary niobium-containing aqueous solution or niobium-containing aqueous semisolution 
to thereby precipitate a part of said dcarboxylic acid; and 

(Hi) removing the precipitated dicarboxylic acid from said preliminary niobium-containing aqueous solution, or 
removing the precipitated dicarboxylic acid and the suspended niobium compound from said niobium-contain- 
ing aqueous semisolution, 

thereby obtaining a niobium-containing aqueous solution. 

5. The niobium-containing aqueous solution according to any one of claims 1 to 3, which is prepared by a process 
comprising: 

(i) mixing water, a dicarboxylic acid and a niobium compound to thereby obtain a niobium-containing aqueous 
semisolution having suspended therein a part of said niobium compound; and 

(ii) removing the suspended niobium compound from said niobium-containing aqueous semisolution, 

thereby obtaining a niobium-containing aqueous solution. 

6. The niobium-containing aqueous solution according to any one of claims 1 to 3, which is prepared by a process 
comprising: 

(0 adding a niobium compound to an aqueous acidic solution to thereby obtain a niobium-containing aqueous 
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acidic semisolution having suspended therein a part of said niobium compound; 

(ii) removing the suspended niobium compound from said niobium-containing aqueous acidic semisolution to 
thereby obtain a niobium-containing aqueous acidic solution; 

(iii) adding a basic compound to said niobium-containing aqueous acidic solution to precipitate the niobium in 
the form of a niobic acid; 

(iv) recovering the precipitated niobic acid; and 

(v) dissolving said niobic acid in a mixture of water and a dicarbaxylic acid, 

thereby obtaining a niobium-containing aqueous solution. 

7. The niobium-containing aqueous solution according to any one of claims 1 to 3, which is prepared by a process 
comprising: 

(i) adding a niobium compound to an aqueous basic solution to thereby obtain a niobium-containing aqueous 
basic semisolution having suspended therein a part of said niobium compound; 

(ii) removing the suspended niobium compound from said niobium-containing aqueous basic semisolution to 
thereby obtain a niobium-containing aqueous basic solution; 

(iii) adding an acidic compound to said niobium-containing aqueous basic solution to precipitate the niobium in 
the form of a niobic acid; 

(iv) recovering the precipitated niobic acid; and 

(v) dissolving said niobic acid in a mixture of water and a dicarbaxylic acid, 

thereby obtaining a niobium-containing aqueous solution. 

8. The niobium-containing aqueous solution according to any one of claims 4 to 7, wherein said niobium compound 
is at least one compound selected from the group consisting of a niobic acid and niobium hydrogenoxalate, and 
said dicarboxylic acid is oxalic acid. 

9 A niobium<ontaining oxide catalyst for use in a catalytic oxidation or ammoxidation of propane or isobutane in the 
gaseous phase, comprising an oxide of a plurality of active component elements including niobium, 

wherein said niobium-containing oxide catalyst is prepared by a process comprising mixing a niobium^con- 
taining aqueous solution with an aqueous mixture or aqueous mixtures containing compounds of active component 
elements of said oxide catalyst other than niobium, to thereby provide an aqueous compound mixture, and drying 
said aqueous compound mixture, followed by calcination, 

said niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic acid, a 
niobium compound and optionally ammonia, wherein the molar ratio (a) of said dicarboxylic acid to the niobium 
co^inedin^aid nicfeiumcompound satisfies the following relationship: 1 * (a) * 4. and the molar rate (P) of sad 
ammonia to the niobium contained in said niobium compound satisfies the following relationship: 0 ^ (P) s 2. 

1 0. The oxide catalyst according to claim 9. wherein said active component elements are niobium, molybdenum, vana- 
dium, and at least one element selected from the group consisting of tellurium and antimony. 

11 The oxide catalyst according to claim 9 or 10. which further comprises a silica carrier having supported thereon 
" saw oxide of a plurality of active component elements, wherein said silica carrier is present in an amount of from 
20 to 70 % by weight, based on the total weight of said oxide and said silica carrier. 

1 2. A process for producing a niobium-containing oxide catalyst for use in a catalytic oxidation or ammoxidation of pro- 
pane or isobutane in the gaseous phase, 

wherein said niobium-containing oxide catalyst comprises an oxide of a plurality of active component ele- 

m8ntS mixing a niobium-containing aqueous solution with an aqueous mixture or aqueous 

mixtures containing compounds of active component elements of said oxide catalyst other than niobium, to thereby 
provide an aqueous compound mixture, and drying said aqueous compound mixture, followed by calcination, 

said niobium-containing aqueous solution comprising water having dissolved therein a dicarboxylic aad.a 
niobium compound and optionally ammonia, wherein the molar ratio (a) of said dicarboxylic acid to the niobium 
contained in said niobium compound satisfies the following relationship: 1 s (a) * 4, and the mola. - ratic > (p) of said 
ammonia to the niobium contained in said niobium compound satisfies the following relationship: 0 s (P) s 2. 

1 3. The process according to daim 12. wherein said active component elements are niobium, molybdenum, vanadium, 
and at least one element selected from the group consisting of tellurium and antimony. 
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14. The process according to claim 12 or 13, wherein said aqueous compound mixture is provided so as to further con- 
tain a silica sol in an amount such that said oxide catalyst further comprises a silica carrier in an amount of from 20 
to 70 % by weight, based on the total amount of said oxide and said silica carrier, said silica carrier having sup- 
ported thereon said oxide of a plurality of active component elements. 

15. A process for producing acrylic acid or methacrylic acid from propane or isobutane by oxidation in the gaseous 
phase, comprising: 

providing a niobium-containing oxide catalyst comprising an oxide of a plurality of active component elements 
including niobium, wherein said niobium-containing oxide catalyst is prepared by a process comprising mixing 
a niobium-containing aqueous solution with an aqueous mixture or aqueous mixtures containing compounds 
of active component elements of said oxide catalyst other than niobium, to thereby provide an aqueous com- 
pound mixture, and drying said aqueous compound mixture, followed by calcination, 
said niobium-containing aqueous solution comprising water having dissolved therein a dicarboxytic acid, a nio- 
bium compound and optionally ammonia, wherein the molar ratio (a) of said dicarboxytic acid to the niobium 
contained in said niobium compound satisfies the following relationship: U(o)s 4, and the molar ratio (p) of 
said ammonia to the niobium contained in said niobium compound satisfies the following relationship: 0 s 0) 
s 2; and 

reacting propane or isobutane with molecular oxygen in the gaseous phase in the presence of 6aid niobium- 
containing oxide catalyst 

16. A process for producing acrylonitrile or methacrytonitrile from propane or isobutane by ammoxidation in the gase- 
ous phase, comprising: 

providing a niobium-containing oxide catalyst comprising an oxide of a plurality of active component elements 
including niobium, wherein said niobium-containing oxide catalyst is prepared by a process comprising mixing 
a niobium-containing aqueous solution with an aqueous mixture or aqueous mixtures containing compounds 
of active component elements of said oxide catalyst other than niobium, to thereby provide an aqueous com- 
pound mixture, and drying said aqueous compound mixture, followed by calcination, 
said niobium-containing aqueous solution comprising water having dissolved therein a dicarboxytic acid, a nio- 
bium compound and optionally ammonia, wherein the molar ratio (a) of said dicarboxylic acid to the niobium 
contained in said niobium compound satisfies the following relationship: 1 si (a) s 4, and the molar ratio 0) of 
said ammonia to the niobium contained in said niobium compound satisfies the following relationship: 0 s 0) 
2? 2; and 

reacting propane or isobutane with ammonia and molecular oxygen in the gaseous phase in the presence of 
said niobium-containing oxide catalyst 

1 7. The process according to claim 1 5 or claim 1 6. wherein said active component elements of the niobium-containing 
oxide catalyst are niobium, molybdenum, vanadium, and at least one element selected from the group consisting 
of tellurium and antimony. 

18. The process according to any of the claims 15 to 17, wherein said niobium-containing oxide catalyst further com- 
prises a silica carrier having supported thereon said oxide of a plurality of active component elements, wherein said 
silica carrier is present in an amount of from 20 to 70 % by weight, based on the total weight of said oxide and said 
silica carrier. 
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